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Description 

BACKGROUND OF THE INVENTION 

5 [00011 This invention relates to sealing discontinuities, for example, of the type found 

[0002] DE-A-44 27 270 discloses a method to fill and seal a joint. In particular a roof joint In a motor-vehicle body. 
Use is made of a strip with a heat-resistant core and a layer made of a material which melts onto the side walls of the 
joint in a sealing manner when heat is supplied during a subsequent painting process. On the disclosure of DE-A-4 
427 270 are based the precharacterising portions of claims 1 and 9. 

10 [0003] Motor vehicles such as automobiles and trucks have metal surfaces that are typically painted "on-line using 
an electrostatic spray process. The paints used are relatively brittle because they are formulated to be hard, durable 
and to approximate the low coefTicient of thermal expansion characteristic of metal surfaces. 
[00041 These motor vehicles also have joints that must be sealed. One example is a generally non-planar overlap 
joint formed by welding together the roof and side panel of the vehicle to create a U-shaped trough called a roof ditch. 

15 Water collects In the roof ditch and then is drained away from the vehicle. 

[0005] To prevent water from seeping through the joint it is necessary to seal it. It is often difficult to obtain a good 
seal, however, because the joint is not planar In addition, the width of the roof ditch typically varies along its length, 
further complicating the ability to provide a good seal. ^ ^ ^ ^ m 

[0006] In practice, roof ditch joints are typically sealed using a paste-like plastisol which is then painted, baked and 

20 cooled to room temperature. The surface of the sealant may be covered with a plastic or rubber molding having a 
flexible top surface, which molding may be painted, for example to match or complement the color of the vehicle extenor 
Altemativety. a metal molding may be used. The molding Is typically attached to the sealant surface using a mechanical 
fastener or a pressure sensitive adhesive. 

[0007] The plastic or rubber molding cannot be painted "on-line" along with the rest of the vehicle because the brittle 
25 electrostatically applied paint will crack and flake off the surface owing to poor adhesion and a mismatch in the coef- 
ficients of thermal expansion between the molding surface and the paint. Therefore, the plastic or rubber molding is 
painted "off-line" In a separate operation using specially formulated paints. 

SUMMARY OF THE INVENTION 

30 

[0008] In one aspect, the invention features a method and an article for sealing a discontinuity in the surface of a 
substrate Examples of discontinuities include overlap seams or joints, butt seams or joints, depressions or indentations, 
holes spot welds, and manufacturing defects. The method includes the steps of: (a) placing over the discontinuity an 
article that includes (i) a melt-flowable composition (i.e.. a composition that exhibits mass flow upon heating) having 

35 a first width, and (ii) an element having a pre-selected, cross-sectional profile with a second width, and a shape in 
which the thickness of the element across its width, the width of the element, or both the width and the thickness of 
the element vary: (b) heating the article to cause the melt-flowable composition to flow and seal the discontinuity; and 
(c) allowing the article to cool while substantially retaining the pre-selected cross-sectional profile of the element The 
method is particularly useful for sealing seams or joints fonmed in the floor of a recessed area such as. for example, 

40 the roof ditch on a motor vehicle. u u • 

[0009] During heating of the article, the element, which is a shaped polymeric cap. controls the melt-flow behavior 
of the melt-flowable composition to substantially confine the melt-flowable composition to the area underneath the cap. 
To aid in accomplishing this purpose, it is generally preferred that the width of the cap exceed the width of the melt- 
flowable composition, a characteristic that relates to an embodiment of the invention. 

45 [0010] The shape of the cap is selected based upon the particular discontinuity which the article is designed to seal. 
A configuration particulariy useful in the case of seams or joints formed in the floor of recesses such as motor vehicle 
roof ditches Is one In which the cross-sectional profile is characterized by a pair of laterally extending, opposed exten- 
sions, at least one of which is tapered in the thickness direction. Preferably, both opposing extension portions are 
tapered in the thickness direction. 

50 [0011] The cap is designed to substantially retain Its shape during the melt-sealing operation. A preferred matenal 
for the cap is a B-staged thermosetting composition such as a B-staged epoxy-polyester blend. "B-staged" refers to 
an intermediate state in a thermosetting resin reaction in which the material softens when heated, and swells, but does 
not dissolve in certain liquids, as described in ASTM Standard D907-91b. Consequently, a B-staged material is partially 
cured (i.e.. partially cross-linked) and dimensionally stable (i.e.. it substantially retains It shape during the heat curing 

55 cycle of the melt-flowable composition, e.g., at about 110-200''C for 20-40 minutes). Another suitable material is a 
thermoplastic composition having a high heat deflection temperature such as polyetheretheri<etone. polyphenylene- 
oxide, and polyesters such as polybutylene terephthalate and blends thereof with polycartionates. 
[0012] The stiffness of the article may be further enhanced by including a stiffening member such as a metal or a 
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dimensionaily stable plastic insert in the cap, in the melt-flowable composition, or between the cap and the melt-flowable 

composition. 

[0013] The cap preferably includes a paint-receptive surface such that it can be painted either following cooling or 
prior to heating. Preferably, the paint-receptive surface Is paintable to a substantially Class A finish. A "substantially 
5 Class A finish** is an exterior finish, particularly of the type found in the automotive Industry, that is substantially free 
from pits, porosity and swirls. In this way, both sealing and painting can be accomplished in a single operation. Pref* 
erably, the paint-receptive surface is sufficiently electrically conductive to permit the cap to be electrostatically painted. 
In this way. in the case of motor vehicle manufacture, the molding can be painted "on-line" along with the rest of the 
vehicle. 

10 [0014] A variety of melt-flowabie compositions can be used. Examples of preferred compositions include semi-crys- 
talline, thermosetting epoxy-poiyester blends, thermosetting epoxy-acrylate blends, and thermosetting ethylene vinyl 
acetate-elastomer blends. The composition may Include one or more melt-flowable layers, and may be covalently 
bonded to the cap. 

[001 5] Instead of the cap being bonded to a substrate by a melt-flowable composition or some other sealant, one or 
15 more mechanical fasteners (e.g.. a conventional mechanical fastener) may be used to secure the cap in place. Alter- 
natively, one or more mechanical fasteners may be used in combination with the sealant to secure the cap to the 
substrate. 

[0016] In other aspects, the invention features a shaped, electrostatically paintable, preferably B-staged, polymeric 
cap having a pre-selected. cross-sectional profile In which the thickness of the cap across its width, the width of the 

20 cap. or both the width and the thickness of the cap vary, said cap substantially retaining its profile upon exposure to 
temperatures of at least about 110^ C, and. more preferably, temperatures encountered during an automotive paint- 
bake cycle. In addition to sealing applications, the cap may be used in applications involving body side moldings and 
decorative moldings, e.g., of motor vehicles. In such applications, the cap can be combined with a bonding material 
such as a pressure sensitive adhesive, e.g.. In the form of a tape such as Structural Bonding Tape No. 9245 commer- 

25 cially available from 3M Company. St. Paul. Minnesota. Alternatively, one or more mechanical fasteners (e.g., a con- 
ventional mechanical fastener) may be used alone to secure the cap in place or used In combination with the bonding 
material to secure the cap to the body. 

[0017] A cap of the invention may contain one or more portions or layers of the same or different material. For 
example, the cap may have a top layer made of a paint-receptive material with the remaining portion of the cap made 

30 of a different material (e.g., a less expensive material). The materials and portions chosen to make the cap are ones 
that still enable the cap to substantially retain its shape or profile during a baking (e.g.. melt-sealing) operation. When 
the article is used for sealing a discontinuity in a recessed portion of a substrate, it may also be desirable for the cap 
of the invention to form a friction fit when placed within the recess. Such a friction fit could help to maintain the stability 
of the cap relative to the recess during a baking operation (e.g.. melt-sealing, paint baking or post-baking). 

35 [0018] The invention can simplify vehicle manufacture by providing, in a single, readily-handled article, a combination 
of a sealant and a shaped polymeric cap having a surface that can be painted "on-line" in an assembly plant using the 
same brittle, low elongation paints used to paint other vehicle parts made of metal. The invention thus eliminates the 
need for a separate, "off-line" painting operation to paint the molding, thereby saving time, space and money. The 
ability to paint the molding "on-line" also eliminates the need for maintaining a costly inventory of prepainted. color- 

^0 matched moldings. In addition, by rendering the surface of the article electrically conductive, the article can be painted 
electrostatically. Electrostatic painting results in less wasted paint because the paint is attracted directly to the target 
surface. The cap further facilitates painting because the composition for the cap. or at least a top portion or layer of 
the cap, can advantageously be formulated to contain functional groups that can react with the paint to bond the paint 
to the target surface. 

45 [0019] The shape of the article can be tailored to match the contours of the discontinuity over which the article is 
designed to be placed. By adjusting the shape so that the article fits securely over the discontinuity before, during and 
after heating, it is possible to contain the sealant as it flows, thereby minimizing the occurrence of gaps in the sealed 
area that could lead to leaks. Visual defects such as bumps, ridges, ripples and other irregularities that could otherwise 
mar the aesthetics of the final surface of the sealed area are also minimized. 

50 [0020] The use of a pre-shaped cap that resists flow (and thus dimensional change) during heating also makes it 
possible to design a molding with certain surface features or shapes that are preserved during heating, rather than 
relying on mass flow during a paint>bake operation to achieve a desired appearance. 

[0021] Other features and advantages of the invention will be apparent from the following description of the preferred 
embodiments and from the claims. 
55 [0022] The invention will be more fully appreciated with reference to the following drawings in which similar reference 
numerals designate like or analogous components throughout and in which: 

FIG. 1 is a partial perspective view of one embodiment of an article according to the invention; 
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FIG. 2 is a partial bottom plan view of another embodiment of an article according to the invention and showing a 
channel fomned in a lower surface of the cap for the article: 

FIG. 3 is a partial bottom plan view of a different embodiment of an article according to the invention and showing 

pockets formed In a lower surface of the cap for the article; 
5 FIG 4 is an enlarged cross-sectional view taken along lines 4 - 4 in FIG. 1 ; 

FIG 5 is an enlarged cross-sectional view similar to FIG. 4, but showing an embodiment in which an extension 

portion is provided along only one longitudinal edge of the body portion of the article cap. and with the optional 

stiffening member, bonding material, and temporary liner having been removed for clarity; 

FIG. 6 is a partial perspective view of a different embodiment of an article according to the Invention and in which 
10 an extension portion circumscribes the body portion of the article cap; 

FIG. 7 is an enlarged cross-sectional view taken along lines 7 - 7 in FIG. 6; 

FIG 8 is an enlarged cross-sectional view taken along lines 8 - 8 in FIG. 6; 

FIG 9 is an enlarged cross-sectional view similar to FIG. 4 but showing an embodiment with different extension 
portions, and with the optional stiffening member, bonding material, and temporary liner having been removed for 

15 claritv* 

FIG. 10 is an enlarged cross-sectional view similar to FIG. 9 but showing another embodiment with different ex- 

tension portions; ^ ^ ^ ^. ^ 

FIG. 11 is an enlarged cross-sectional view similar to FIG. 9 but showing a further embodiment with different 

extension portions; ^ * *i. • n ♦.^♦^^ 

20 FIG 12 is an enlarged cross-sectional view of an article according to the invention and similar to that illustrated 

in FIG. 4 (but excluding the optional bonding material and temporary liner), and after having been placed in a motor 
vehicle roof ditch but prior to heating the article; and 

FIG. 1 3 is an enlarged cross-sectional view similar to FIG. 1 2 after the article has been heated to secure it wrthin 
and seal the roof ditch. 



25 



DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 



Article 



30 (0023] Turning now to the drawings. FIG. 1 illustrates a paintable article 10 according to the invention. Paintable 
article 10 is particularty useful for sealing discontinuities such as joints and seams formed in the floors of recessed 
areas such for example, as motor vehicle roof ditches. Article 10 comprises a melt-flowable sealant composition! 2, 
and a paintable. melt flow-resistant, shaped polymeric cap 14 having a pre-selected, cross-sectional profile in which 
the thickness of the cap across its width, the width of the cap. or both the thickness and the width of the cap are 

35 intenttonally varied so as to have a cross-sectional shape that is other than square or rectangular. Given the relative 
size of the articles of the invention, it will be appreciated that the variation in the thickness and/or width of the cap is 
on a scale that is easily visible to the unaided human eye. 

[0024] For those applications in which the article is intended to seal an elongate discontinuity (such as motor vehicle 
roof ditch joints and seams), the article preferably has an elongate shape and preferably has a length that is at least 

40 substantially equal to the length of the discontinuity that is to be sealed. The article may be longer than the discontinuity 
if one or both ends of the article are Intended to be tucked underneath structural or decorative elements adjacent to 
the discontinuity such as. in the case of motor vehicles, a window, a window sun-ound. or a body panel. The article 
may have a length that is less than the length of the discontinuity that is to be sealed, depending upon the particular 
application While it is preferred for the article to be provided as a continuous member for sealing the discontinuity, the 

45 article may be provided as a plurality of discrete segments that can be arranged in an essentially continuous fashion 
to seal the discontinuity. ^ ^ u 

[0025] Cap 1 4 includes a central body portion 1 6 that is defined by a first, lower or inner surface 1 8. and a second, 
upper or outer surface 20. Lower surface 18 may be an essentially planar continuous surface, which is useful In pro- 
moting good adhesion to sealant 12. Alternatively, however, lower surface 18 may be provided with a seat, channel or 

50 groove 22 (FIG. 2). or one or more pockets 24 (FIG. 3) adapted to receive the sealant 12. 

[0026] Instead of the cap 14 being bonded to a substrate by the melt-flowable sealant 12. or any other suitable 
sealant one or more mechanical fasteners (e.g., a conventional mechanical fastener) may be used to secure the cap 
14 in place. For example, two or more T-Studs can be welded or othen/vise secured to the base of the roof ditch. The 
lower surface 18 of the cap 14 can be provided with two or more slotted holes, one for each T-Stud to slide into. Such 

55 a slotted hole can be formed as part of the cap 1 4 or by a metal clip imbedded or othenwise secured to the lower surface 
18. Alternatively, one or more mechanical fasteners may be used in combination with the sealant to secure the cap 14 

[00271^ Outer surface 20 may be readily formed into a variety of contours depending upon the aesthetic and functional 
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desires for a particular application. For example, the outer surface may be provided, as shown in FIG. 1 . with a convex 
profile which, for example, is useful in channelling water run-off to the sides of a roof ditch and preventing the accu- 
mulation of standing water. In certain instances, however, it may be desirable to provide outer surface 20 with a concave 
profile so as to, for example, reduce the possibility of water seeping between the edge of article 10 and the walls of 
5 the roof ditch or to aid in channelling water run-off toward the front or the rear of the vehicle. Outer surface 20 may 
also be formed in an essentially flat configuration that Is oriented in any plane. 

[0028] With continued reference to FIG. 1. cap 14 further includes a pair of opposed, laterally extending wings or 
extension portions 26 and 28 which extend longitudinally for substantially the length of the body portion and provide 
an intentional variation in both the thickness and the width of the cap. Advantageously, as explained more fully below, 

10 the extension portions engage the interior surfaces of the recess side walls to secure the article within the recess and 
to bond the article to the recess side walls. Preferably, extension portions 26 and 28 merge smoothly with the body 
portion's outer surface 20, form an essentially continuous uninterrupted surface with the body portion's lower surface 
18. and taper in the thickness direction away from the body portion. The tapered extension portions are also helpful 
in providing a clean, aesthetically pleasing transition between article 10 and the Interior surfeces of the recess side 

f 5 walls along the length of the recess into which the article is placed. 

[0029] A strip of bonding material 29. e.g.. in the forni of a pressure sensitive adhesive, may optionally be applied 
to the bottom of melt-flowable sealant 12 to adhere article 10 directly to the area to be sealed. Bonding material 29 
may be protected from dirt and other contaminants by a temporary liner 30. for example, a paper or polymeric film that 
has been coated with a release material such as polyethylene, a silicone or a fluoro-silicone. Liner 30 is easily removed 

20 prior to installing article 10. Preferably, however, article 10 is placed over the joint such that it bridges the joint, thereby 
eliminating the need for a separate bonding material. 

[0030] While the invention has been described with particular reference to the embodiments shown in FIGS. 1 to 3, 
it will be understood that article 10 may be usefully modified in a variety of other ways, and such embodiments are 
also within the scope of this invention. For example and with reference to FIG. 4, article 10 may optionally include 

25 stiffening member 32 inserted within the body portion of cap 14 to reinforce and stiffen article 1 0. The stiffening member 
may be in one or more pieces and formed from metal, ceramic or from a dimenslonally stable plastic, and can assume 
a variety of shapes beyond the U- or channel-shape that is illustrated, including a bar-shape, an L-shape or fiber shape. 
The stiffening member may also be in the form of reinforcing fibers (e.g., glass fibers, metal fibers, stable plastic fibers, 
etc.) dispersed throughout all, most or a portion of the cap 14 to provide the desired stiffness. One benefit of the 

30 additional stiffness, provided by the stiffening member, can be that the cap 14 is better able to hide defects located on 
the surface, underneath the cap 14, to which the cap 14 Is secured. The use of reinforcing fibers can also stabilize the 
cap 14 by controlling the themial expansion that can occur when the cap 14 is exposed to elevated temperature, such 
as during a paint baking process. A cap 14 made from a themioplastic composition will more likely need additional 
stiffening or stabilization than a cap 14 made from a thermoset composition. Alternatively, the stiffening member may 

35 be inserted within the melt-flowable composition, or between the cap and the melt-flowable composition. 

[0031] As best shown in FIG. 5, the Invention also pertains to a paintable article 10a that comprises a melt-flowable 
sealant 12, and a paintable. melt flow-resistant, shaped polymeric cap 14 having a pre-selected, cross-sectional profile 
with an extension portion 34 along only one longitudinal edge of body portion 16. Extension portion 34 tapers in the 
thickness direction away from body portion 16. Articles of the type illustrated in FIG. 5 are particulariy well adapted for 

40 placement in L-shaped. as opposed to U- or channel-shaped, recesses, extension portion 34 extending outwardly from 
the side wall. 

[0032] In another embodiment, which is illustrated in FIGS. 6 to 8. the invention includes a paintable article 10b that 
comprises a melt-flowable sealant 1 2, and a paintable. melt flow-resistant, shaped polymeric cap 14 with an extension 
portion 36 that circumscribes the perimeter of body portion 16 and which tapers in the thickness direction away from 
<5 the body portion. Such constructions are especially useful if the longitudinal end portions of the article will remain 
exposed or if the longitudinal end portions will be tucked underneath a structural or decorative member that is adjacent 
to the discontinuity that is to be sealed. 

[0033] FIG. 9 describes an embodiment of the invention in which a paintable article 10c comprises a melt-flowable 
sealant 1 2, and a paintable. melt flow-resistant, shaped polymeric cap 14. Extension portions 38 and 40, while merging 

50 smoothly with upper surface 20 of body portion 16 do not form an essentially continuous uninterrupted surface with 
the body portion's lower surface 18. Extension portions 38 and 40 join body portion 16 intermediate the upper and 
lower surfaces at preferably a right angle, although they may join the body portion at an oblique angle. The angle 
determines the amount of force needed to push the article into the discontinuity; angles closer to a right angle require 
more force. Embodiments of the type shown in FIG, 9 are useful in conjunction with discontinuities that are formed in 

55 deep recesses. FIG. 9 also illustrates that extension portions associated with caps used in the practice of the invention 
are not required to taper in the thickness direction and may. instead, have an essentially uniform thickness along their 
length, while still providing an intentional variation in both the thickness and the width of the cap. Extension portions 
of the type shown in FIG, 9 may be used in conjunction with the other embodiments of the cap described herein. Of 
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course, extension portions that taper in the thickness direction may also be used in conjunction with the embodiment 
shown in FiG. 9 as weii as the other embodiments. 

[0034] FIG. 10 illustrates yet another embodiment of the invention in which a paintable article lOd comprises a melt- 
flowable sealant 12. and a paintable. melt flow-resistant, shaped polymeric cap 14. This embodiment, however, Includes 

5 two pairs of extension portions. 42, 44 and 46, 48, respectively. Extension portions 42 and 44 are similar to extension 
portions 38 and 40 described in conjunction with FIG. 9. Extension portions 46 and 48 preferably form an essentially 
continuous uninterrupted surface with lower surface 18 of body portion 16, and join the body portion intermediate the 
upper and tower surfaces at preferably a right angle, although they may join the body portion at an oblique angle. 
Embodiments of the type shown in FIG. 10 are useful in conjunction with recesses for which additional firictlonal en* 

10 gagement of the paintable article with the recess side walls is desirable due to, for example, variations in the width of 
the recess along its length. Embodiments of the type shown in FIG. 10 are also useful in conjunction with recesses 
where additional bonding and sealing strength to the recess may be desired in the final vehicle construction. 
[0035] FIG. 11 shows still a further embodiment of the invention in which a paintable article lOe comprises a melt- 
flowable sealant 12, and a paintable. mett flow-resistant, shaped polymeric cap 14. Extension portion 50 merges 

15 smoothly with upper surtace 20 of body portion 16 but does not form an essentially continuous unlntenrupted surface 
with the body portion's lower surtace 18. Extension portion 50 joins body portion 16 intermediate the upper and lower 
surfaces at preferably a right angle, although it may join the body portion at an oblique angle. Extension portion 52 
preferably forms an essentially continuous uninterrupted surface with lower surface 18 of body portion 16, and joins 
the body portion intermediate the upper and lower surfaces at preferably a right angle, although it may join the body 

20 portion at an oblique angle. Embodiments of the type shown in FIG. 1 1 are useful in conjunction with recesses in which 
there is only a single side wall or the two side walls are skewed with respect to each other, e.g., V. orl J . 
[0036] Although both melt-flowable sealant 1 2 and cap 1 4 are shown in the FIGS, as single-layer constructions, each 
may include multiple layers or portions, as explained in greater detail below. To minimize cracking due to differences 
in the coefficients of themnal expansion between the cap and the melt*flowable sealant, the melt-flowabte sealant is 

25 preferably covalently bonded to the cap. 

[0037] Articles according to the invention are advantageously designed to fit securely within a recessed area such 
as a roof ditch both before, during and after heating at temperatures typically encountered during motor vehicle sealing, 
painting, and post-paint baking operations. In particular, the shape of cap 14 is selected to enable it to engage the 
interior surfaces of the side walls of the recess into which article 10 is placed, e.g.. by bonding to or forming a friction 

30 fit with these surfaces, the specific shape being selected based upon the contours of the recess. 

[0038] To ensure a good, snug fit within the recess, and thereby prevent article 10 from shifting during heating as 
the melt-flowable sealant flows, the width of cap 14 preferably is greater than the width of melt-flowable sealant 12 
and those portions of the cap that extend beyond the melt-flowable sealant engage the recess. This feature forces the 
extension portions flush against the interior surfaces of the recess side walls, thereby securing the article in place. 

35 Fordng the extension portk>ns against the recess side walls also contributes to a smooth, aesthetically pleasing tran- 
sition between the article and the recess side walls. Preferably, the width of the melt-flowable composition is substan- 
tially the same as the width of the body portion of the cap. 

[0039] The polymeric cap and the melt-flowable sealant composition will now be described in more detail. 
40 Polymeric Cap 

[0040] Cap 14 applies pressure to the melt-flowable composition upon heating to cause the melt>flowable composi- 
tion to flow and seal the joint, while confining the composition to the area underneath the cap. Thus, the cap prevents 
the melt-flowable composition from spilling over the sides of the recess and/or becoming objectionally visible. In addi- 
45 tion, cap 14 prevents entrapped air from percolating through the surface of the melt-flowable compositk)n during heat- 
ing. Such air bubbles can lead to unsightly bumps, ridges and ripples in the final surface of the moMing which can 
cause paint that is applied to the cap surface to crack or to become so thin that the paint loses its ability to camouflage 
the surface. 

[0041] Another function of cap 14 is to provide a paintable surface. Preferably, cap 14 includes an electrically con- 
50 ductive material such as carbon black, metal particles or whiskers, or metal-clad glass or polymeric particles to render 
the cap sufTiciently electrically conductive that it can be electrostatically painted. In addition, the concentration Is below 
the point at which the electrically conductive agent would impair the ability of the cap to cure. Typical concentrations 
of electrically conductive material are in the range of about 1-20% by weight based upon the total weight of the cap 
composition. Alternatively, the outer surface of cap 14 may be provided with an electrically conductive coating such 
55 as a vapor-coated metal. Because cap 14 can be designed to engage the interior surfaces of the recess side walls 
such that gap formation is minimized, the Faraday Cage effect associated with electrostatic painting can be minimized. 
[0042] Cap 14 is preferably made from a thermosettable composition that can be thermoformed, e.g., through ex- 
trusion or injection molding, into a desired shape. In the course of the thermoforming process, the thermosettable 
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composition is B-staged. Alternatively, the composition can be thermoformed and then B-staged In a separate opera- 
tion, or it can be B-staged and then thermoformed. The resulting B-staged material is a relatively rigid, shaped molding 
that resists mass flow (and thus dimensional change) when exposed to melt-sealing, painting, and post-bake temper- 
atures encountered during the manufacture of motor vehicles. The B-staged composition, however, is sufficiently con- 

5 formable and pliable to enable article 10 to be placed over the joint to be seated in such a way that cap 14 bridges the 
joint and holds article 10 in place before, during, and after processing. Conformabllity and pliability are enhanced by 
including crystalline or semi-crystalline constituents in the composition such that the composition can soften during 
processing to bond cap 14 to the interior surfaces of the recess, without resulting in macroscopic mass flow of the cap 
as a whole, thereby enabling the cap to substantially retain its shape. 

10 [0043] Suitable thermosetting compositions for cap 1 2 that meet these criteria include thermosettable materials such 
as epoxy resins, or blends of such materials with thermoplastic materials. An example of a useful blend is a B-staged 
version of the hot melt epoxy-polyester blends described in Johnson et al.. "Melt-Flowable Materials and Method of 
Sealing Surface," filed April 12, 1995 and bearing serial number 08/421,055. which is assigned to the same assignee 
as the present application and hereby Incorporated by reference (US-A-6 030 701 or WO-A-96/32453). These com- 

15 positions are melt-flowable (and thus thermoformable) in the uncured state, but resist mass flow once they have been 
B-staged. They feature an epoxy-containing material blended with a semi-crystalline polyester resin. The epoxy-con- 
tatning material contributes to the ultimate strength and heat resistance of the composition, while the polyester com- 
ponent provides conformability and pliability. An initiator such as a photo- or thermal initiator may also be included to 
permit the composition to cure (i.e.. covalently cross-link) upon exposure to an appropriate energy source such as 

20 thermal or actinic radiation. Examples of suitable actinic radiation sources include ultraviolet, visible-ultraviolet, and 
electron beam radiation sources. 

[0044] Preferred polyesters are hydroxy l-terminated and carboxyl-terminated polyesters that are semi-crystalline at 
room temperature. The hydroxyl (-0H) and carboxyl (-COOH) groups subsequentiy promote paint adhesion because 
they form covalent bonds with conventionally used paint products. Other functional groups ttiat promote paint adhesion 

25 include -NH, -CONH. -NH2. -SH, anhydride, urethane, and oxirane groups. 

[0045] A material that is "semi-crystalline" displays a crystalline melting point, as determined by differential scanning 
calorimetry (DSC), preferably with a maximum melting point of about 200*'C. Crystallinity in a polymer is also observed 
as a clouding or opacifying of a sheet that had been heated to an amorphous state as it cools. When the polyester 
polymer is heated to a molten state and knife coated onto a liner to form a sheet, it is amorphous and the sheet is 

30 observed to be clear and fairly transparent to light. As ttie polymer in the sheet material cools, crystalline domains fonm 
and the crystallization is characterized by the ctouding of the sheet to a translucent or opaque state. The degree of 
crystallinity may be varied in the polymers by mixing in any compatible combination of amorphous polymers and semi- 
crystalline polymers having varying degrees of crystallinity. It is generally preferred that material heated to an amor- 
phous state be allowed sufficient time to return to its semi-crystalline state before painting so that the paint is applied 

35 to a uniformly consistent surface. The clouding of the sheet provides a convenient nondestructive method of determining 
that crystallization has occurred to some degree in the polymer 

[0046] The polymers may include nucleating agents to increase the rate of crystallization at a given temperature. 
Useful nucleating agents include microcrystalline waxes. A suitable wax is, for example, sold by Petrolite Corp. as 
Unilin™ 700. Paint catalysts such as para-toluene sulfonic acid may be added to the polyester, as well as melamines 
40 to improve the adhesion of the composition to paint and coatings. 

[0047] The preferred polyesters are solid at room temperature. Preferred polyester materials have a number average 
molecular weight of about 7500 to 200,000. more preferably from about 10.000 to 50,000, and most preferabfy, from 
about 15.000 to 30.000. 

[0048] Polyester components useful in the invention comprise the reaction product of dicarboxylic acids (or their 
45 diester equivalents, including anhydrides) and diols. The diacids (or diester equivalents) can be saturated aliphatic 
acids containing from 4 to 12 carbon atoms (including branched, unbranched, or cyclic materials having 5 to 6 carbon 
atoms in a ring) and/or aromatic acids containing from 8 to 15 carbon atoms. Examples of suitable aliphatic acids are 
succinic, glutaric, adipic, pimelic, suberic, azelaic. sebacic, 1.12-dodecanedioic, 1 ,4-cyclohexanedicarboxylic, 1,3-cy- 
clopentanedicarboxylic, 2-methylsuccinic, 2-methylpentanedioic. 3-methylhexanediolc acids, and the like. Suitable ar- 
50 omatic acids include terephthalic acid, isophthalic acid, phthalic acid. 4.4'-benzophenone dicarboxylic acid. 4.4'-diphe- 
nylmethanedicarboxylic acid, 4,4'-diphenylthioether dicarboxylic acid, and 4,4*-diphenylamine dicarboxylic acid. Pref- 
erably the structure between the two carboxyl groups in the diacids contain only carbon and hydrogen, and more 
preferably, the structure is a phenylene group. Blends of the foregoing diacids may be used. 
[0049] The diols include branched, unbranched. and cyclic aliphatic diols having from 2 to 1 2 carbon atoms. Examples 
55 of suitable diols include ethylene glycol. 1 ,3-propylene glycol, 1 .2-propylene glycol. 1 ,4-butanediol. 1,3-butanediol. 
1,5-pentanediol. 2-methyl-2.4-pentanediol. 1 .6-hexanediol. cyclobutane-1,3-di(2*- ethanol). cyclohexane-1 ,4-dimetit- 
anol, 1,10-decanediol, 1.12-dodecanediol, and neopentyl glycol. Long chain diols including poly(oxyalkylene)glycols 
in which the alkylene group contains from 2 to 9 carbon atoms, preferably 2 to 4 carbon atoms, may also be used. 
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Blends of the foregoing diols may be used. 

[0050] Useful commercially available hydroxyl terminated polyester materials include various saturated linear, semi- 
crystalline copolyesters available from Huls America. Inc. such as Dynapol™1401. Dynapol~1402, Dynapol™1358. 
Dynapol^ 1 359, Dynapol^" 1227, and Dynapol^ 1 229. Useful saturated, linear amorphous copolyesters available from 

5 Huls America, Inc., include Dynapol™1313 and Dynapol^1430. 

[0051] Useful epoxy-containing materials are epoxy resins have at least one oxirane ring polymerizable by a nng 
opening reaction. Such materials, broadly called epoxides, include both monomeric and polymeric epoxides and can 
be aliphatic, cycloaliphatic. or aromatic. These materials generally have, on the average, at least two epoxy groups 
per molecule (preferably more than two epoxy groups per molecule). The "average" number of epoxy groups per 

10 molecule is defined as the number of epoxy groups in the epoxy-containing material divided by the total number of 
epoxy molecules present. The polymeric epoxides include linear polymers having terminal epoxy groups (e.g.. a dig- 
lycidyl ether of a polyoxyalkylene glycol), polymers having skeletal oxirane units (e.g.. polybutadiene polyepoxide). 
and polymers having pendent epoxy groups (e.g.. a glycidyl methacrylate polymer or copolymer). The molecular weight 
of the epoxy-containing material may vary from 58 to about 100.000 or more. Mixtures of various epoxy-containing 

iS materials can also be used. 

[0052] Useful epoxy-containing materials include those which contain cyclohexene oxide groups such as the epox- 
ycyclohexanecarboxylates, typified by 3,4-epoxycyclohexylmethyl-3.4-epoxycyclohexanecarboxylate. 3,4-epoxy- 
2-methylcyclohexylmethyl-3,4-epoxy-2-methylcyclohexane carboxylate. and bis{3.4-epoxy-6-methylcyclohexylme- 
thyl) adipate. For a more detailed list of useful epoxides of this nature, reference may be made to U.S. Patent No. 

20 3.117,099. 

[0053] Further epoxy-containing materials which are particularly useful are glycidyl ether monomers such as glycidyl 
ethers of polyhydric phenols obtained by reacting a polyhydric phenol with an excess of chlorohydrin such as epichlo- 
rohydrin (e.g.. the diglycidyl ether of 2,2-bis-(2,3-epoxypropoxyphenol) propane). Further examples of epoxides of this 
type which can be used in the practice of this invention are described in U.S. Patent No. 3.01 8,262. Other useful glyckJyl 

25 ether based epoxy-containing materials are described In U.S. Patent No. 5.407.978. 

[0054]' There are a number of commercially available epoxy-containing materials which can be used. In particular, 
epoxides which are readily available include octadecylene oxide, epichlorohydrin. styrene oxide, vinyl cyclohexene 
oxide, glycidol. glycidylmethacrylate. diglycidyl ether of Bisphenol A (e.g.. those available under the trade designaUons 
EPON 828. EPON 1004. and EPON 1001F from Shell Chemical Co., and DER-332 and DER-334. from Dow Chemical 

30 Co.). diglycidyl ether of Bisphenol F (e.g.. ARALDITE GY281 from Ciba-Gelgy). vinylcyclohexene dioxide (e.g., ERL 
4206 from Union Carbide Corp.). 3.4-epoxycyclohexylmethyl-3,4-epoxycyclohexene carboxylate (e.g.. ERL-4221 from 
Union Carbide Corp.). 2-(3.4-epoxycylohexyl-5.5-spiro-3.4-epoxy) cyclohexane-metadloxane (e.g.. ERL-4234 from 
Union Carbide Corp.). bis(3,4-epoxycyclohexyl) adipate (e.g.. ERL-4299 from Union Carbide Corp.). dipentene dioxide 
(e.g.. ERL-4269 from Union Carbide Corp.), epoxidized polybutadiene (e.g., OXIRON 2001 from FMC Corp.). epoxy 

35 silan'es (e.g., beta-(3,4-epoxycyclohexyl)ethyltrimethoxy silane and gamma-glycidoxypropyltrimethoxy silane. com- 
mercially available from Union Carbide), flame retardant epoxy resins (e.g., DER-542, a brominated bisphenol type 
epoxy resin available from Dow Chemical Co.). 1 .4-butanediol diglycidyl ether (e.g.. ARALDITE RD-2 from Ciba-Geigy). 
hydrogenated bisphenol A-epichlorohydrin based epoxy resins (e.g.. EPONEX 1510 from Shell Chemical Co.). and 
polyglycidyl ether of phenolfbrmaldehyde novolak (e.g.. DEN-431 and DEN-438 from Dow Chemical Co.). 

40 [0055] Useful photoinitiators are cationic and include aromatic iodonium complex salts, aromatic sulfonium complex 
salts, and metallocene salts, and are described in. for example. U.S. Patent No. 5.089.536. Peroxides and oxalate 
esters can be used with the metallocene salts to increase the cure speed, as described in U.S. Patent No. 5,252,694. 
Useful commercially available photoinitiators include FX-512. an aromatic sulfonium complex salt (3M Company). CD- 
1010 an aromatic sulfonium complex salt from Sartomer. CD-1012. a diaryl iodonium complex salt from Sartomer, an 

45 aromatic sulfonium complex salt (Union Carbide Corp.), UVI-6974, an aromatic sulfonium complex salt (Union Carbide 
Corp.), and IRGACURE 261 , a metallocene complex salt (Ciba-Geigy). Photosensitizers may also be included, for 
example, to enhance the efficiency of the photoinitiator and/or to adjust the wavelength of photoactlvity. Examples of 
photosensitizers Include pyrene, fluoroanthrene. benzil. chrysene. p-terphenyl. acenaphthene. phenanthrene. biphenyl 
and camphorquinone. 

50 [0056] A variety of thermally activated materials may also be incorporated into the compositions. For example, useful 
thermal initiators include amine, amide, imidazole. Lewis acW complex, and anhydride type materials. A hardener may 
be added to effect the curing of the epoxy-containing material under application of heat. The hardener may be any 
type, but preferably is an amine type hardener that is selected from the group comprising dicyandiamide. imidazoles 
and polyamine salts. These are available from a variety of sources, e.g.. Omicure"*. available from Omicron Chemical. 

55 Ajicure™ . available from Ajinomoto Chemical, and Curezol™. available from Air Products. 

[0057] In certain cases, it may be advantageous to add an accelerator to the cap composition, so that it will fully cure 
at a lower temperature, or will fully cure when exposed to heat for shorter periods. Imidazoles are useful, suitable 
examples of which include 2,4-diamino-6-(2'-methyl-imidazoyl)-ethyl-s-triazine isocyanurate: 2-phenyl-4-benzyl-5-hy- 
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doxymelhylimidazole; and Ni-imidazole-phthalate. ^ ^ , , 

[0058] Other useful blends for cap 1 4 include epoxy-acrylate blends. These blends are preferably the photopolym- 
erized reaction product of a composition featuring (i) a prepolymeric (i.e.. partially polymerized to a viscous syrup 
typically between about 100 and 10.000 centipolses) or monomeric syrup of an acrylic or methacrylic acid ester; (n) 

5 optionally, a reinforcing comonomer; (iii) an epoxy resin; (iv) a photolnitiator: and (v) a heat activatable hardener for 
the epoxy Blends of this type are described in Kitano et al.. U .S. Patent No. 5.086.088. incorporated herein by reference. 
Also useful is the thermally polymerized reaction product of a composition featuring (i) a prepolymeric (i.e.. partially 
polymerized to a viscous syrup typically between about 100 and 10.000 centipoises) or monomeric syrup of an acrylic 
or methacrylic acid ester; (ii) optionally, a reinforcing comonomen (iii) an epoxy resin: (iv) a thermal initiator; and (v) a 

10 photoactivatable hardener for the epoxy. . . ^ ^ « a* 4 oc 

[0059] In the case of epoxy-acrylate and epoxy-polyester blends, the compositions typically include from 0.01 to 95 
parts per 100 parts total of the epoxy-containing material and. con-espondlngly. from 99.99 to 5 parts of the polyester 
or acrylate component. More preferably, the compositions include from 0.1 to 80 parts of the epoxy-containing material 
and correspondingly, from 99.9 to 20 parts of the polyester or acrylate component. Most preferably, the compositions 

15 include from 0.5 to 60 parts of the epoxy-containing material, and. correspondingly, from 99.5 to 40 parts of the polyester 
or acrylate component. . , ^ 

[0060] Also suitable are epoxy-acrylate-polyester blends. The epoxy-polyester-polyacrylate compositions include an 
epoxy resin as described above, a thermoplastic polyester component as described above, a polyfunctional acrylate 
component, a curative for the epoxy resin, and an initiator for the polyfunctional acrylate portion of the formulation that 

20 pemiits the composition to cure upon exposure to energy, which initiator is optional unless a thermal curative for the 

epoxy resin is employed. ^ . * .• t, *• 

[0061] The -polyfunctional acrylate" component means ester compounds which are the reaction product of aliphatic 
polyhydroxy compounds and (meth)acrylic acids. The aliphatic polyhydroxy compounds Include compounds such as 
(poly)alkylene glycols and (poly)glycerols. Polyfunctional acrylates can be a monomer, an oligomer or mixtures of 

25 monomer and/or oligomer, although monomeric polyfunctional acrylate components are preferred. Representative 
polyfunctional acrylate monomers include ethylene glycol diacrylate. ethylene glycol dimethacrylate. hexanediol dia- 
crylate. triethylene glycol diacrylate. trimethylolpropane triacrylate, ethoxylated trimethylolpropane triacrylate. glycerol 
triacrylate. pentaerthyltol triacrylate, pentaerythritol trimethacrylate. pentaerythritol tetraacrylate. pentaerythritol te- 
tramethacrylate. and neopentylglycol diacrylate. The term "acrylate" encompasses acrylates and methacrylates. 

30 [0062] Useful commercially available polyfunctional acrylates include a trimethylolpropane triacrylate having the 
trade designation "SR351 ," an ethoxylated trimethylolpropane triacrylate having the trade designation "SR454." a pen- 
taerythritol tetraacrylate having the trade designation -SR295." and a neopentylglycol diacrylate having the trade des- 
ignation "SR247.- and all of these being commercially available from Sartomer Co.. Exton. PA. Useful polyfunctional 
acrylate oligomers include commercially available polyether oligomers such as polyethylene glycol 200 diacrylate hav- 

35 ing the trade designation "SR259- and polyethylene glycol 400 diacrylate having the trade designation "SR344.- both 
being commercially available from Sartomer Co., Exton. PA. Other oligomers Include acrylated epoxles such as dia- 
crylated esters of epoxy resins, e.g.. diacrylated esters of bisphenol A epoxy resin. Examples of commercially available 
acrylated epoxies Include epoxies available under the trade designations "CMD 3500." "CMD 3600." and "CMC 3700." 
from Radcure Specialties. 

40 [0063] A useful formulation comprises, per 100 parts by weight: (a) about 5 to 75 parts by weight of the epoxy resin; 
(b) about 5 to 94 parts by weight of the polyester component; (c) about 0.1 to 20 parts by weight of the polyfunctional 
acrylate component; (d) about 0. 1 to 4 parts by weight epoxy photocatalyst (or an effective amount of an epoxy themial 
curative); (e) about 0 to 4 parts by weight epoxy accelerator and (f) about 0 to 5 parts by weight free radical photolnitiator. 
[0064] In the case of the free radical curable polyfunctional acrylate component, a free radical initiator preferably is 
45 added in an amount of 0. 1 to 3.0% by weight, based on the total amount of resinous components. Examples of useful 
photoinitiators include organic peroxides, azo compounds, quinones. benzophenones. nitroso compounds, acyl hall- 
des, hydrazones. mercapto compounds, pyrylium compounds, triacylimidazoles. acylphosphine oxides, bisimidazoles. 
chloroalkyltriazines. benzoin ethers, benzil ketals. thioxanthones. and acetophenone derivatives, and mixtures thereof 
[0065] The epoxy-polyester-polyacrylate compositions may be prepared by mixing the various ingredients in a suit- 
so able vessel at an elevated temperature sufficient to liquify the materials so that they may be efficiently mixed with 
stimng but without thermally degrading them until the components are thoroughly melt blended. This temperature 
depends in part upon the particular chemistry. For example, this temperature may range from about 30 to ISO^'C. 
typically 50 to 130°C. and preferably ranges from 60 to 120°C. The components may be added simultaneously or 
sequentially, although it is preferred to first blend the solid epoxy resin and the polyester component followed by the 
55 addition of the polyfunctional acrylate. liquid epoxy resin and any hydroxyl-containing material. Then, the photoinitiator 
and photocatalyst are added followed by any optional additives including fillers. 

[0066] Cap 14 may also be formed from a thermoplastic composition having a relatively high heat deflection tem- 
perature (e g on the order of about 110 *C or more), as measured by ASTM Standard D648-96. "Standard Test Method 



9 



EP 1 001 893 B1 



for Deflection Temperature of Plastics Under Flexura! Load." Examples of suitaWe thermoplastic compositions Include 
polyetheretherketone, polyphenyleneoxide, and polyesters such as polybutylene terephthalate and blends thereof with 
polycarbonates. To enhance stiffness, the thermoplastic composition may be fiber*relnforced, e.g., with glass fibers. 
Examples of suitable commercially available thermoplastic compositions are: Valox^ 420SEO-8051 . a 30% by weight 

5 glass reinforced polybutylene terephthalate resin commercially available from General Electric Plastics of Pittsfield. 
Massachusetts; and other themnoplastic resins available from General Electric Plastics under the tradenames Valox^ 
(400. 500. 600. 700 and 800 series), Ultem^ (1000 series), Xenoy™ (2000 and 6000 series). Cycoloy^ and Lexan~. 
[0067] Cap 14 may be formed of a single layer or portion, or may include multiple layers or portions. An advantage 
of using multiple layers Is that the modulus of each individual layer can be tailored to create a gradient throughout the 

10 thickness of the cap, with the lowest modulus material (and thus the most flexible material) being next to melt-flowable 
composition 1 2, and the highest modulus composition forming the exposed surface layer of the cap. This gradient 
helps to minimize cracking and surface defect formation. In the case of multi-layer constructions incorporating an 
electrically conductive agent, the agent is preferably included in the exposed surface layer. Another advantage of using 
multiple layers or portions is that the cap can be made less expensively. For example, the cap can have a thin top layer 

15 made of a paint-receptive material with the remaining portion of the cap made of another material. The other material 
can be a less expensive material. The remaining portion of the cap can also be foamed, by any conventional manner, 
to reduce the amount of resin material (i.e., the paint-receptive material or the other material) used to make the cap. 
The materials and portions chosen to make the cap are ones that still enable the cap to substantially retain its shape 
or profile during a baking (e.g., melt-sealing) operation. 

20 [0068] The exposed surface of cap 14 may be tailored to achieve a particular design requirement. For example, if it 
is desired to conceal the presence of the molding, a smooth surface may be desirable. On the other hand, the surface 
of cap 14 can be textured to highlight its presence. 

Melt-Flowabie Composition 

25 

[0069] The purpose of melt-flowable composition 12 Is to form a protective seal over a discontinuity such as a joint 
or seam to prevent, e.g., water, dirt, snow. etc. from entering the discontinuity and causing corrosion. Composition 12 
is preferably solid and substantially tack-free at room temperature. However, when placed over the joint and heated 
(typically, to a temperature of at least 50 ^C), it first softens and conforms to the surface of the discontinuity, thereby 
30 pushing out trapped air. Further into the heating cycle, as the composition becomes hotter, it becomes tacky, and bonds 
to the surface. The composition may be thermoplastic, such that upon re-heating, it flows again, or thermosetting, such 
that it crosslinks during heating and resists flowing following cooling and re-heating. 

[0070] Examples of suitable melt-flowable compositions include the aforementioned epoxy-acrylate blends and 
epoxy-polyester blends in the absence of B-staging. Alternatively, epoxy resins may be blended with ethylene/acrylic 
35 acid or thermoplastic elastomers such as block copolymers of arenyt materials (e.g., styrene) and elastomeric materials 
(e.g., isoprene, butadiene and their saturated counterparts). Other examples include blends of acrylates or methacr- 
ylates and thermosetting resins such as urethane resins and phenolic resins. Another class of useful compositions 
includes blends of ethylene vinyl acetate and elastomers such as polybutadiene rubber. Commercially available ex- 
amples of such compositions include L-3034 sealant (L&L Products, Romeo. Michigan) and Orbseal 124.5 (Orbseal. 
40 Inc.. Excelsior Springs. Missouri). 

[0071] In the case of epoxy blends, the melt-flowable compositions typically include firom 0.01 to 95 parts per 100 
parts total of the epoxy-containing material and. con-espondingly, from 99.99 to 5 parts of the polyester or acrytate 
component. More preferably, the melt-flowable compositions include from 0.1 to 80 parts of the epoxy-containing ma- 
terial and, correspondingly, from 99.9 to 20 parts of the polyester or acrylate component. Most preferably, the compe- 
ls sitions include from 0.5 to 60 parts of the epoxy-containing material, and. correspondingly, from 99.5 to 40 parts of the 
polyester or acrylate component. Increasing amounts of the epoxy-containing material relative to the polyester or acr- 
ylate component generally result in melt-flowable compositions having higher ultimate strength and heat resistance 
but less flexibility, and lower viscosity. Increasing amounts of the polyester or acrylate component generally result in 
melt-flowable compositions having lower ultimate strength, heat resistance and higher viscosity but greater flexibility 
so and green strength build-up. Thus, the relative amounts of these ingredients are balanced depending on the properties 
sought in the flnal composition. 

[0072] Other ingredients that may be included in the melt-flowable composition are hydroxyl-containing materials of 
the type described in the aforementioned Johnson patent application. Such materials are particulariy useful in tailoring 
the flexibility of the composition. As the equivalent weight of the hydroxyl-containing material increases, the flexibility 
55 of the melt-flowable composition correspondingly increases, although there may be a consequent loss In cohesive 
strength. Similariy, decreasing equivalent weight may result in a loss of flexibility with a consequent increase in cohesive 
strength. Thus, the equivalent weight of the hydroxyl-containing material is selected so as to balance these two prop- 
erties, the appropriate balance depending on the particular application. 
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10073] The hydroxyl-containing material may be any liquid or solid organic material having hydroxyl functionality of 
at least 1 , preferably at least 2, and most preferably about 3. The hydroxyl-containing organic material should be free 
of other "active hydrogen" containing groups such as amino and mercapto moieties. The hydroxyl-containing organic 
material should also be substantially free of groups which may be thermally or photolytically unstable so that the material 
5 will not decompose or liberate volatile components at temperatures below about 1 00 ''C or when exposed to actinic or 
electron beam radiation during curing. 

[0074] Representative examples of suitable organic materials having a hydroxyl functionality of 1 include alkanols. 
monoalkyi ethers of polyoxyalkylene glycols, and monoalkyi ethers of alkylene glycols. 

[0075] Representative examples of useful monomeric polyhydroxy organic materials include alkylene glycols (e.g.. 
10 1,2-ethanediol. 1.3-propanediol. 1 .4-butanediol. 2-ethyH ,6-hexanediol. bis(hydroxymethyl)cyclohexane. 1.18-dihy- 
droxyoctadecane, and 3-chloro-1 ,2-propanediol), polyhydroxyalkanes (e.g.. glycerine, trimethytolethane. pentaeryth- 
ritol. and sorbitol) and other polyhydroxy compounds such as N.N-bis{hydroxyethyl)benzamide. 2-butene-1 .4-dlol, cas- 
tor oil, etc. 

[0076] Representative examples of useful polymerte hydroxyl-containing materials include polyoxyalkylene polyols 
IS (e.g.. polyoxyethylene and polyoxypropylene glycols and triols of equivalent weight of 31 to 2250 for the diols or 80 to 
350 for triols), polytetramethylene oxide glycols of varying molecular weight, hydroxyt-terminated polyesters, and hy- 
droxy l-terminated polylactones. 

[0077] Useful commercially available hydroxyl-containing materials include the POLYMEG series (available from QO 
Chemicals, Inc.) of polytetramethylene oxide glycols such as POLYMEG 650, 1000 and 2000; the TERATHANE series 

20 (from E.I. duPont de Nemours and Company) of polytetramethylene oxide glycols such as TERATHANE 650, 1000 
and 2000: POLYTHF, a polytetramethylene oxide glycol from BASF Corp.; the BUTVAR series (available from Monsanto 
Chemical Company) of polyvinylacetal resins such as BUTVAR B-72A. B-73. B-76. B-90 and B-98; the TONE series 
(available from Union Carbide) of polycaprolactone polyols such as TONE 0200. 0210. 0230, 0240, and 0260; the 
DESMOPHEN series (available from Miles Inc.) of saturated polyester polyols such as DESMOPHEN 2000. 2500, 

25 2501. 2001KS. 2502. 2505, 1700, 1800, and 2504; the RUCOFLEX series (available from Ruco Corp.) of saturated 
polyester polyols such as S-107, S-109, S-1011 and S-1014; VORANOL 234-630 (a trimethylol propane) from Dow 
Chemical Company; VORANOL 230-238 (a glycerol polypropylene oxide adduct) from Dow Chemical Company; the 
SYNFAC series (from Milliken Chemical) of polyoxyalkylated bisphenol A*s such as SYNFAC 8009, 773240, 8024. 
8027. 8026, and 8031 ; and the ARCOL series (from Arco Chemical Co.) of polyoxypropylene polyols such as ARCOL 

30 425. 1025. 2025, 42. 112. 168. and 240. 

[0078] Additionally, and optionally, up to 50% of the total volume of the composition (based on the epoxy-contalning 
material, the polyester or acrylate component, the photoinitiator. and the optional hydroxyl-containing material), may 
be provided by various fillers, adjuvants, additives and the like such as silica, glass, clay, talc, pigments, colorants, 
glass beads or bubbles, glass or ceramic fibers, antioxidants, and the like so as to reduce the weight or cost of the 

35 composition, adjust viscosity, and provide additional reinforcement. Fillers and the like which are capable of absorbing 
the radiation used during the curing process should be used in an amount that does not adversely affect the curing 
process. 

[0079] Other ingredients that may be added to the melt-flowable composition include polyacetals. reinforcing copol- 
ymers, and polycaprolactone diols. Further examples include glycidyl methacrylate, silanes, and other species to pro- 

40 vide for crosslinking between separated polymeric phases. 

[0080] Although melt-flowable composition 1 2 is shown in FIG. 1 as a single layer, two or more melt-flowable layers 
having different melt flow properties may be laminated together to form the melt-flowable composition. For example, 
the top layer can be formulated to have greater flow properties than the bottom layer, while the bottom layer is formulated 
to have higher strength for better handling properties. Other layers that may be included are. a pressure-sensitive 

45 adhesive layer which may be themiosettable or not. a layer capable of cross-linking with the melt-flowable layer at the 
interface between the two layers, a nonwoven web, or a polymeric film. e.g.. a thermoplastic film that is preferably 
dimensionally stable at the temperatures of application and use. Tie layers may also be included for promoting adhesion 
between the melt-flowable composition and polymeric cap 14. 

[0081] Various methods of bonding the additional layers to the melt-flowable layer include techniques known in in- 
50 dustry such as heat lamination, bonding with a pressure-sensitive adhesive, co-extruding the second layer with the 
melt-flowable layer, hot melt coating, direct coating of the second layer to the first, and the like. 

Manufacture 

55 [0082] The cap can be prepared in any number of different ways. The materials for providing the cap can be melted 
and stirred in a suitable mixing vessel (e.g., a batch mixer, an extruder, etc.) at an elevated temperature low enough 
to avoid activating any thermal curatives present in the cap composition. After mixing, the cap composition can be 
formed into its final shape by a variety of different methods. For example, the cap composition can be profile molded 
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directly or it can be pelletized and then re-extruded, thermoformed or injection molded to the <^^''^^^^... 
mm WhS the cap is formed from two or more materials, the cap can be prepared, for example, by co-extrud.ng 
or laminargC mSeriais to fom, two or more layers or portions. For example, a thin top '^ve^and the rema-n^g 
^rtTn ^ the cao can be co-extruded at the same time. A matrix material and a stiffening member can also be co- 
^^^ed aT^rsame t^^^^^^^ top layer and remaining portion can be '^-'f J*^'*^- ^^^^^ 

faCs^ portions could also be co-extruded and/or laminated together. The cap can also b« P^P^J^f "J 
one maTeSragalnst another. For example, a top layer could be fomied and then another resin backfilled against the 

loSiT'ln one preferred method of manufacture, the cap-fomiing ingredients are f'"P°""''«^ "^'"9 ^ 
Ser adjusted to provide an appropriate barrel temperature profile. Typically, the feed end of the extruder » set at 
TrXeX teJ^^erature. e.g.. about 60-70»C. and the temperature is increased along the length of the barrel such 
iSrXeS is high enough to mix the cap-forming ingredients into a unrform blend, but low enough to avoid 
Svat^g any themial catelyst at S.e die end of the extmder. Preferably the extruder has one or more vent po^atong 
fhe ba re, toward the die end so that a vacuum can be applied to remove entrapped air The compos.t«n is exm^ded 
t oS Tpproprlate die (e.g., a strand die, into a water trough that cools the 

be cut into penets. The pellets are then dried at a temperature low enough to prevent agglomeratton of the p«llete 
WpSirS«r4(J60-C. The pellets are then extruded with a single screw extruder having a die configured to provide 
Xe SS^t pe for the cap The extruded cap can then be cut to the desired length for later 
008? After the cap composition is formed into the desired profile, it is exposed to actinic and/or thermal rad^t^n 
0 B-stege the cap composition (if the cap composition contains a thermosettabte component)^ 
composition is exposed to visible light radiation to activate the photoinitiator and B-stege the «P ^-npo^UO" . 
Si ojt^nal^. the cap composition may be themiofomied or heat treated to refine and customize the shape of 
all or Dart of the cap composition after profile extrusion and before B-steging. »„rf,h«m«it 
roOBTl The resulting capcan be mated with the melt-^^^^ 

flowable composftion in the form of separate strips or topes, can be laminated together using, for example, commer- 
cSavaSCo".e^..f either orboLft^ 

noht oressure is sufficient to bond the components together. Preferably, a temporary, removable release liner e applied 
tolrrLirto protect Kfrom contemination. In use. the tackiness of the mett-flowabte composrtion will provide 
^jScienSiheSton to hoW the components to a surface until the tepe cured and bonded pen.anen«y^^^ the surf ca 
[0088] If neither the cap nor the melt-ltowable composition is tecky. the componente can f« bonded together 
heating one or both of the mating surfaces to a temperature at which the surface becomes tacky enough to fon^ a 
b^nd ^y applying light pressure. Alternatively, a tie layer can be used to adhere the two "'"P""*"^^^^^^;^^^^^^ 
rpre^uriSensLLdhesive can optionally be appliedtopart or all of the b^^^ 
composition to hoW the article in place on the substrate until the melt-flowable composition is fully cured 
traor The cap and the melt-fh^able composttion can also be mated by coextruding the cap composition and the 
melt-flowable composition to fonri a unitary tape or strip. .„ki^k »h« 

So Alternatively the melt-flowable composition can be placed as a discrete element on the surface to which he 
Ee wil^^ppl^^ the cap attached at a later time. For example, the melt-flowable composltton can be applied 
Sa C oJ uSlTb; pumped onto the surface as a viscous liquid, paste or gel. Exposure to heat. e.g.. from a paint 
bake oven cycle, will bond the cap to the melt-flowabte composition. 



Use 



[0091] The above-described articles are useful for sealing a variety of discontinuities such as overlap seams ono nts 
butt seams or joints, depressions or indentetions. holes, spot welds, and manufacturing '^^^^f^'^^^'^^'^^f^^^^^ 
useful for sea ing joints fomied in the floors of motor vehicle roof ditches. Refemng now to FIG. 12. an article 10 

orS?^e?nrentionandsimilartothatshowninFlGS.1and4.bU^^^^^^ 
temoora^ liner 30. is first poslUoned within a roof ditch 60. Roof ditoh 60 is formed by sheet metal panels 62 and 64 
wS rep ^errt^espect^^^ a body sWe panel and a roof panel) that have been assembled together by a spo weld 
66 sraTto form an overlap joint 68. Extension portions 26 and 28 are dimensioned such that article 10 .s w^der ma„ 
fhe roof ditch. However, the extension portton, are sufficiently flexibte that they have ^'^'ZTTirZllolZ 
roof ditoh by engaging, preferably in a flush configuration, the interior surfaces of opposed side waMs 70 and 72 of roof 
^tch 60 Thus.art'le10bridgesoveriap joint 68 along the length of r^^ 

roof ditch, article 10 is held securely within the roof ditoh. and resists being displaced even during Seating. 
0M21 once articte 10 has been secured within roof ditch 60. it is painted, preferably in an "on- ne elertrostete 
DTocess and then heated, for exampte using existing -on-line" paint bake or paint cunng ovens, to a temperature 
Smirch to cause melt-flowable composition 12 to undergo mass flow and seal overlap joint 68^p.cally about 
1?r200 =C for 20-40 minutes. In the course of heating, extenston portions 26 and 28 soften, thereby bonding cap 14 
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and article 10 to the interior surfaces of the roof ditch side watts which helps to resist subsequent paint cracking and 
displacing of the article during the melt sealing operation. However, because the cap is B-staged or formed from a 
thermoplastic having a high heat deflection temperature, it is relatively rigid and does not undergo mass flow during 
heating. Thus, the cap substantially retains its shape during heating. 

5 [0093] During heating, cap 1 4 prevents air in the roof ditch which Is displaced by melt-flowable composition 1 2 from 
percolating up through the melt-flowable composition. The cap thus minimizes the formation of defects In the surface 
of the final molding such as bumps, ripples and ridges, as well as preventing gaps in the sealant. 
[0094] Following heating, the entire assembly is cooled, resulting in the structure shown in FIG. 13, in which article 
1 0 with associated paint layer 74 is secured within roof ditch 60. Melt-flowable composition 1 2 fills the area underneath 

10 cap 14 and seals overlap joint 68. 

[0095] The invention will now be further described by way of the following nonlimiting examples. 

EXAMPLES 

15 [0096] Various tradenames and abbreviations are used in the examples, which may be interpreted according to the 
following schedule. 

[0097] Dynapol^ S 1227 - Hydroxyl functional, semi-crystalline polyester resin available from Huts America, Inc., 
with a melting point of 99°C, a glass transition temperature of 1 3''C. and a melt flow rate at 1 60*»C of 45 g/1 0 minutes. 
[0098] Dynapol™ S 1359 - Hydroxyl functional, semi-crystalline polyester resin available from Huls America, Inc.. 

20 with a melting point of 88°C, a glass transition temperature of -le^C, and a melt flow rate at 160''C of 100 g/10 minutes. 
[0099] Dynapol^ S 1402 - Hydroxyl functional, semi-crystalline polyester resin available from Huls America. Inc;, 
with a melting point of 92°C. a glass transition temperature of -12«C. and a melt flow rate at 160*'C of 120 g/10 minutes. 
[0100] Polyester Resin I - Hydroxyl functional, semi-crystalline copolymer of 50 wt. % butane diol, 23 wt. % tereph- 
thatic acid, and 27 wt. % sebacic acid, with a melting point of 116«C, a glass transition temperature of -40°C. and a 

25 melt flow rate at 1 CCC of 250 g/1 0 minutes. 

[0101] Unilin™ 700 - microcrystalline wax available from Petrolite Company. 

[0102] Valox™ 420SEO'8051 - 30 wt. % glass reinforced polybutylene terephthalate thermoplastic polyester resin, 
available from General Electric Plastics. 

[0103] Iron catalyst powder - CpCXylenesjFe+SbFg- also described as: (ela6-xylenes)(eta5-cyclopentadienyl)iron (1 +) 
30 hexafluoroantimonate - disclosed in U.S. Patent No. 5.089.536 (Palazotto). (Cp = cyclopentadiene.) 
[0104] Amicure™ CG 1200 - Dicyandiamide curing agent, available from Air Products Company. 
[0105] Curezol™ 2MZ-/^ine - an imidazole curing agent for epoxy resins, available from Air Products Company. 
[0106] Epon™ 828 - diglycidyl ether of bisphenol A (epoxy equivalent weight of 1 85 - 1 92 g/eq), available from Shell 
Chemical Company. 

35 [0107] Epon"* 1001F - diglycidyl ether of bisphenol A (epoxy equivalent weight of 525 - 550 g/eq). available from 

Shell Chemical Company. 

[0108] Araldite^ ECN 1299 - Epoxy cresol novolac resin (epoxy equivalent weight of 217 - 244), available from 
Ciba-Geigy Corporation. 

[0109] Epoxy resin I - Bisphenol A endcapped aliphatic epoxy resin, as described in Example 1 of U.S. Patent No. 
40 5.407.978 (Bymari( et al.). 

[0110] Melinex^ 054 - treated biaxially oriented polyester film available from ICI Americas. 
[01 11] Cab-O-Sil™ M5 - fumed silica available from Cabot Corp. 

Example 1 

45 

[0112] A cap composition was prepared by blending 58 parts of a hydroxyl functional semi-crystalline polyester (Dy- 
napol^ S1227), 20 parts of a second hydroxyl functional semi-crystalline polyester (Dynapol"' S1359), 20 parts of an 
epoxy resin (Epon"« 1001). 1 part microcrystalline wax (Unilin™ 700). and 1 part iron catalyst powder in a Berstorff 
twin screw extruder. The barrel temperatures and screw speeds were adjusted to keep the melt temperature below 

50 about 110 *'C and the temperatures ranged from about 90 **C to about 100 *'C. The composition was extnjded through 
a die with a 2.54 cm wide profile and having a central portion which provided an approximately 1.9 cm wide body 
portion for the cap. The cap thinned out so as to yield opposed, laterally extending wings in the cap, each wing having 
approximately the same dimensions. The wings tapered in the thickness direction away from the body portion to a 
thickness of about 0.25 mm at the tips. The bottom surface of the cap was substantially flat and the top was rounded 

55 in a convex profile. The thickest part of the cap was about 3 mm. The shape of the cap was similar to that shown in 
FIG. 1 . The extruded cap was cooled in a water trough of about 30 °C. 
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Examples 2-5 

[0113] For Example 2. a winged cap was prepared as described in conjunction with Example 1 except that the 
composition contained 73 parts Dynapol™ S1 227 polyester, 25 parts Epon"* 1 001 , 1 part Unilin^ 700 microcrystaliine 

5 wax, and 1 part iron catalyst powder. It was noted that the extruded cap exhibited only a slight amount of die swell, so 
the shape of the cap was very close in dimensions to the die. A strip of the cap measuring about 25 cm in length was 
left under normal indoor fluorescent lights for about two weeks after which the cap was B-staged. Then one end of the 
strip was drawn across a silicone coated polyester film on a hot plate to soften and shape the end. This indicated that 
the cap was stilt formable under heat and pressure after B-staging. The formed cap was then heated in an oven at 177 

10 <>C for 30 minutes. There was no evidence of mass flow in the sample, indicating that the cap had B-staged sufficiently 
to retain its shape. The cap could be painted prior to oven heating. 

[0114] A melt-flowabte composition (referred to as Sealant A) was prepared by blending 10 parts of Epon^ 828 
epoxy resin, 30 parts of Epoxy Resin I, 7 parts dicyandiamide. 3 parts 2MZ-Azine, 0.9 parts Unilin^ 700, and 59.1 
parts of Oynapol^ S 1402. The composition was extruded as a 1 .0 mm thick sheet onto a silicone coated release liner 
15 using a twin screw extruder as described in conjuction with Example 1 . The sheet was then cut into 1 .27 cm wide strips 
of Sealant A. 

(Oil 5] For Example 3, the B-staged cap of Example 2 was laminated to the sealant tape by heating Sealant A and 
the cap simultaneously with a heat gun and pressing the cap onto the tape. 

[0116] For Example 4, a reinforced version of Sealant A was produced by extruding the composition used to provide 
20 Sealant A onto a treated polyester film (Melinex^ 054). Then the bottom surface of the B-staged cap of Example 2 
was heated with a heat gun and laminated to the polyester film to make a reinforced article comprising the cap, the 
polyester film, and the melt-flowabie sealant. 

[0117] For Example 5, one surface of a strip of Sealant A was heated with a heat gun so that the surface was tacky, 
and then a strip of anodlzed aluminum foil (4 mm thick by 12.7 mm wide by 25 cm long) was laminated to the tacky 

25 surface. The bottom surface of the B-staged cap of Example 2 was then heated and laminated to the aluminum foil. 
[0118] Each of Examples 3-5 were then placed in a simulated roof ditch assembled by spot welding together two 30 
cm L-shaped steel bars to form a U-shaped channel that was about 1 .3 cm wide and 1.3 cm deep. The roof ditches 
with the articles placed therein were baked in an oven for 12 minutes at 177 °C. In each case, the sealant layer flowed 
to seal the joint, the irregularities of the sheet metal were not visible through the cap layer, and the cap substantially 

30 retained its original profiled shape. The combined assembly comprising the cap and the roof ditch could be painted 
before oven heating. 

Example 6 

35 [0119] A cap composition was produced by mixing 20 parts of Epon^ 1001 epoxy resin, 78 parts of Dynapol^ 
S1227 polyester resin, 1 part Unilin^ 700 microcrystaliine wax, and 1 part iron catalyst powder. The composition was 

extruded using a Baker Perkins twin screw extnjder into a cap having the profile described in Example 1 . The extrusion 
conditions were the same as those described in conjunction with Example 1. The extruded cap was cooled in a water 
trough. 

^0 [01 20] After drying, a 1 5.2 cm long strip of the cap was laminated to the reinforced Sealant A prepared as described 
in Example 4 by using a heat gun to wanm the bottom surface of the cap to a tacky state. 

[0121] The article comprising the cap composition, the aluminum foil layer, and the melt-fk>wable sealant was ex- 
posed to a super high actinic tamp (Black Ray Lamp Model No. XX-15L, from UVP Inc., San Gabriel. California, 
equipped with two bulbs, Model TLD15W/03 from Philips B.V., the Netherlands) at a distance of 2.54 cm to activate 

45 the catalyst and to B-stage the cap composition. The article with the B-staged cap was then placed into a simulated 
roof ditch prepared by welding together two 30.5 cm long pieces of L-shaped steel to form a U-shaped channel having 
an overlap Joint in the floor of the channel. The pieces of steel were skewed slightly so that one end of the channel 
was 12.7 mm wide and the other end was about 25.4 mm wide. The depth of the channel was 12.7 mm. The channel 
with the article was placed in an oven at 177 °C for 30 minutes. After cooling, the sample was inspected. The cap 

50 substantially retained its original profile, displayed very clean and straight lines, and had a good aesthetic appearance. 
The sealant layer melted and ftowed to effectively seal the joint in the channel but was substantially confined to the 
area beneath the cap. The combined assembly comprising the cap and the roof ditch couM be painted before oven 
heating. 

55 Example 7 

[0122] A cap composition was prepared by blending 62.5 parts of Polyester Resin 1. 26.8 parts of Epon^ 1001 epoxy 
resin, 0.9 part iron catalyst powder. 0.9 part of Unilin^ 700 microcrystaliine wax, and 8.9 parts of Cab-O-Sit^ M5 silica 
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in a twin screw extruder as described in conjunction with Example 1. The composition was then extruded as both a 
cal TJsaZl Example 1 . and through a stranding die. The cap was cooled in a water trough, ^"ed. and wound 
onto a roll. The strands were cooled in a water bath and then chopped into pellets for later extrusion into a cap. 

Examples 8-10 

101231 Cap compositions for Examples 8 and 9 were prepared in the following manner ^^^^J^^^'^''^^^^ 
Scusing the composftions shown in Table 1 below in which the amounts are reported .n parts) m a ^^^^^^^^ 
Tdfedlntoanextm^^^ 

hr us^Q aX^^ & Pfieiderer 53 mm. co-rotating, six zone twin screw extruder. The screw speed was 85 rpm and 
th^^Z t«m^^^^^ ranged from 10 °C to 90 ''C. and the die temperature was 90 »C. Compounded matenal was 
ex^deSlZg^^^^^^^^^^ 

and then pelletized. mixed, and packaged for extrusion. 

Table 1 



Raw Material 


Example 8 


Example 9 


Polyester resin 1 


70 


70 


Epoxy resin 1 


28 




Epon^ 1001F 




28 


Unilin™ 700 


1 


1 


Iron catalyst powder 


1 


1 



[01241 A cap composition for Example 10 was prepared as follows. lr,to nine small metal containers was weighed 
69 g Polyester Resin I, and 30 g ArakJHe™ ECN 1299 epoxy resin. All nine containers were heated in oven at 120 
•C untn the material was molten, about 30 minutes. The material in each container was stirred by hand and then 
Ir d o the In for another 15 minutes. During this time a kn.e coater was heated ^ 1^^^^^^^^^°^^ 
matelv 80 "C A conventional silicone-coated polyester release liner was threaded through the knife coater and the 
gaT^as set to 1 mm. Then, one by one. each container was removed from the oven. 1 g iron catalyst powder was 
adSed and iJxedTn by hand, and L mixture was coated with the hot knife coater. Nine handspreads of 100 g each 
we?emade.When the handspreads cooled, they werecut into strips2-5 mm i^ 

These strips were then cut into pellets using a using model No. 304 Pelletizer. Jetro Division. Bay Crty M^higan. 
S caps were then prepared using the pellets from Examples 8-10. For each example, the Pe'^^ v^'« "^^^^^ 
and extruded Into a profiled cap using a Killion™ 32 mm. three zone, single screw extruder screw (K.llion Extruders. 
fncS^sStil^ corporation. Ced^^ 

consisted of the following zones from beginning to end: feeding, compresston. metering, restriction, decompression, 
Zla» cZ and metering. Using this configuration, the pellets were rnelted i" » ^♦^^•^"f ^ 
melt was cooled in the second stage. No devolatilization was earned out. The extrxider was fitted with a P oWe die 
which yielded a cap having substantially the shape shown in FIG. 9. and with the dimensions reported in Table 2^ The 
eZ^TZ run at 25 rpm and the cap composition feed rate was approximately 3.3 k^hr The exUuder zones and 
Sewere set at the following temperatures: Zone 1 = 120 'C. Zone 2 = 120 'C. Zone 3 = 55 -C. and die = 113 C. The 
melt tempe atuS was approximately 90 "C for all three cap compositions. The web rate, adjusted wrth a puller was 
0 5 n?Zu e. The cap was extruded from the die into a 21 -C recirculating water trough. The water trough and web 
Dullerwere both obtained from Killion Extruders. Inc. Thedistance from the dietothe trough opening was approximat^^^^ 

cm The water level was adjusted so that very little water spilled out of the opening. The cap was then cut into 
lengths of about 40 cm and collected. 

Table 2 





Average Dimensions of Caps 


Right wing thickness(mm) 


0.75 mm 


Right wing length (mm) 


2.8 mm 


Left wing thickness (mm) 


0.35 mm 


Left wing length (mm) 


2.8 mm 
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Table 2 (continued) 





Average Dimensions of Caps 


Body width (mm) 


15.1 mm 


Body height (mm) 


5.3 mm 


Total cap width (mm) 


21.5 mm 



fOl261 The caos of Examples 8-10 were B-staged by exposing the extruded, profiled shapes to a 500 t""9S»«n 
la ogen n^ciSSs from Dayton Electrical Mfg. Co.. Chicago. Illinois). The light source was placed 1 3 cm from 
m^tS surfaci o tte cap and each^p was exposed for 30 seconds on each side. The moldings were then aged for 
7 hours in a^o>«n a??0 -C. The aging temperature was below the melting point of the semi-crystal ne «^p compo- 
ILn one SpTom each of Examples 8-10 was then heated In a 150 -C oven for 20 minutes foltowed by v«ua, 
frpectton S tt,«e caps retained their shape during the high temperature bake, indicating that they had reached the 

iuring the extrusion process. The light was mounted at a distance of 19 cm from the extruda^s surface. The Ngh^^^^^^ 
crn Jdr covered the space between the extruder die and trough, and extended over a por^^^ 
Tern ^fCwTr Uough. The light source irradiated the cap fdr about 23 sew^^^ 
Xw^sTeraged inaZO'Coven for 17 hours. After baking atlSO'C for 20 minute 

?o\«rAri";::r^^^^^^ (refe-d to as Sealant B) was prepared as fol.ows^lnto a small metal 

contJLr was wihed 59 g Dynapoi™ S1402. 1 g Unilin™ 700. 15 g Epon™ 828. and 15 g Epoxy Res.n I The 
SnS was heafed in an oven at 177 -C until the material was molten, about 30 minutes. The ma^enal was s^r^ed 
S hind and then returned to the oven for another 1 5 minutes. The sample was then removed from the oven and the 
Sen Wau!re was lowered to 120 °C. When the oven temperature reached 120 "C. the sample was returned to 
mrove^S mte Urne a knife coater was heated to a temperature of approximately 80 -C A convenhonal siLcone- 
roatTporster release liner was threaded through the knife coate^^^ 

was rernoved from the oven, and a mixture of 7 g CG-1200 dicyandiamide and 3 g Curezol™ 2MZ-A2.ne in^idazole 
was added and mixed in by hand. The mixture was then coated with the hot knife coater to make a handspread. When 
rehandsprad^tBd.itwasremovedfromthereleaselineran^ 

S5 Sr Fo^Si^^the B-staging process described previously, the caps of Examples 8-10 were lam.nated to stnps o 
St B bySng L caps witS a hot air gun and then pressure laminating the sealant sfrlps to the hot surfaces of 
fhe it upon Sng. the sealant strips could not be easHy removed from the caps. Each cap-sealant cons oiction 
wasTaced n a simui roof ditch Similar to the one descri^ 

was baked at 150 "C for 25 minutes. Visual inspection of each of the samples showed that the sealant had metted 
J^wTmto and sealed the joint, the cap was bonded firmly to the bottom of the joint by the sealant, the w.ngs of the 
c^rwr^adl^r^tothejoiitwall.andthed»nensionsofthe«^ 
the cap and the roof ditch could be painted before oven heating. 



Example 11 

[01301 A cap composition was prepared by drying Valox™ 420SEO-8051. themioplastic polyester resin pellets for 
2 hours at 107 "C and cooling to room temperature. The dried pellets were extruded .nto a shaped cap us.ng a 4.45 
cm diameter HPM single screw extruder, operating at 33 rpm with throat cooling and zone temperatures ramping from 
2r°C to 240 T A St' p of sealant 8 (described above) measuring 30 cm by 1 cm was laminated to the cap by heating 
The cap withahot air gun and then pressure laminating the strip of SealantBtothe hot surfaceofthe cap. Th^^^^^^ 

consJJction was placed in a roof ditch similar to that described in conjunction with Example 6 (except with a unrfbm, 
^dCf aSout 38 mm) to fom, an assembly. A 0.15 mm thick film of BASF primer U28RK035 was spray applied over 
me assembly including the inside walls of the joint. The assembly was baked at 1 54 °C to cure the pnmer then cooled 
TrSm Temperature. A 0.508 mm thick film of DuPont Generatton® III basecoat 692-DT068 (F45366) was spray 
apJSJ conditioned for 5 minutes at ambient temperature, and then a 0.508 mm thick film °^^^^;^^!^^' 
ctearcoat RKF45500 was applied. The assembly was baked at 143 °C for 25 minutes. The painted molding had 100% 
aSn as measured by ttie cross hatch adhesion test. (The painted surface of the cap was cross-hatched with a 
kl tnto small rectangles A piece of pressure-sensitive adhesK/e filament tape was applied to the cross-hatching with 
heati nge^ pressure The tape was then pulled rapidly from the cap. 1 00% indicated that none of j^e aoss-t^^^^^^^^ 
rertangles were removed.) Visual inspection showed that the sealant had melted, flowed into and sealed the metal 
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joint, the molding was bonded firmly to the metal substrate, and the dimensions of the molding had not changed. 
[01 31] Other embodiments are within the following claims. 

Claims 

1. A method for sealing a discontinuity in the surface of a substrate, the method comprising the steps of: 

(a) Dlacing over said discontinuity an article (10. lOa-e) comprising (i) a melt-flowable composition (12) having 
a firet width, and (ii) an element having a pre-selected. cross-sectional profile with a second width and a shape 
In which the thIcKness of the element across its width, the width of the element, or both the width and the 

thickness of the element vary; . j. .• 

(b) heating the article (10. 1 0a-e) to cause the melt-flowable composition (1 2) to flow and seal the discontinuity. 

TcTallowing said article (10. lOa-e) to cool while substantially retaining the pre-selected cross-sectional profile 
of the element, wherein said method is characterized by: 

the element being a shaped, polymeric cap (14) and during said heating of the article (10. 10 a-e). the 
cap (14) controls the melt-flow behavior of the melt-flowable composition (12) to substantially confine the 
20 melt-flowable compositton (12) to the area underneath the cap (14). 

2 A method according to claim 1 whereinsaidcap(14)comprisesapaint-receptivesurfacepaintabletoasul»tantially 
Class A finish, where a substantially Class A finish is an exterior finish, particulariy of the type found in the auto- 
motive industry, that is substantially free from pits, porosity and swirls, said method further compnsing the step of 

25 applying paint to said paint-receptive surface to produce a Class A finish. 

3 A method according to claim 1 wherein said cap (14) comprises a paint-receptive surface having an electrical 
conductivity sufficient to enable said cap (14) to be electrostatically painted, said method further composing the 
step of electrostatically painting said paint-receptive surface. 

4 A mettiod according to claim 1 wherein said discontinuity comprises a seam or a joint formed in the floor of a 
recessed area, said method further comprising placing said article (10. 10 a-e) over said seam or joint. 

5. A mettiod according to claim 1 comprising placing said article (1 0. 1 0 a-e) over a joint formed in ttie floor of a roof 
35 ditch of a vehicle, and heating said article ( 1 0. 1 0 a-e) to seal said joint 

6 A method according to claim 1 wherein said cross-sectional profile of said cap (14) is characterized by a pair of 
opposed extensions (26. 28. 36. 38. 40. 42. 44. 46. 48. 50. 52) to secure said article (10. 10 a-e) in place over 
said joint 

*° 7. A method according to claim 1 wherein said step of placing said article (10. 10 a-e) over said discontinuity com- 
prises: 

(a) placing said melt-flowable composition (12) over said discontinuity; and 
45 (b) placing over said composition (1 2) said shaped, polymeric cap ( 1 4). 

8. A method according to claim 1 wherein said step of heating said article (10. 1 0 a-e) is an automobile paint baking 
process. 

9. An article ( 1 0. 1 0 a-e) adapted for placement over a discontinuity to seal said discontinuity, said article ( 1 0. 1 0 a- 



50 



e) comprising: 



(a) a melt-flowable composition (12) having a first width that flows and seals the discontinuity over which said 
article (10. 10 a-e) is placed when said article (10, 10 a-e) is heated to a temperature sufficient to cause said 

55 melt-flowable composition (12) to flow, and then cooled; and 

(b) an element having a pre-selected, cross-sectional profile witti a second width and a shape in which the 
thickness of said element across Its width, the width of said element or both the width and the thickness of 
said element vary, and the pre-selected cross-sectional profile of said element being substantially retained 
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when said article (10. 10 a-e) Is heated to a temperature sufficient to cause said melt-flowable composition 
(12) to flow and then is cooled, wherein said article (10. 10 a-e) Is characterized by: 

said element being a shaped, polymeric cap (14) that controls the melt-flow behavior of said melt-flowable 
composition (12) to substantially confine said melt-flowable composition (12) to the area underneath said 
cap (14) when said article (10. 10 a-e) is heated to a temperature sufficient to cause said melt-flowable 
composition (12) to flow. 

10. An article (10. 10 a-e) according to claim 9 wherein said second width is greater than said first width. 

11. An article (10. 10 a-e) according to claim 9 wherein said cross-sectional profile is characterized by a pair of 
opposed extensions (26. 28. 36. 38. 40. 42. 44. 46. 48. 50. 52). one or both of which is tapered in the thickness 
direction. 

12. An article (10. 10 a-e) according to claim 9 wherein said melt-flowable composition (12) comprises a semi-crys- 
talline, thermosetting composition (12) comprising an epoxy-polyester blend. 

13. An article (10. 10 a-e) according to claim 9 wherein said melt-flowable composition (12) comprises a thermosettino 
composition (12) comprising an epoxy-acrylate blend or an ethylene vinyl acetate-elastomer blend. 

14. An article (10, 10 a-e) according to claim 9 wherein at least one of said melt-flowable composition (12) and said 
cap (14) composes a plurality of layers. \ / uaaiu 

15. An article (10, 10 a-e) according to claim 9 wherein said cap (14) comprises a B-staged thennosettng composition 
(12). where B-staged refers to an intemiediate state in a themnosetting resin reaction in which the material softens 
When heated, and swells, but does not dissolve in certain liquids, as described in ASTM Standard D907-91b. 

16. An article (10, 10 a-e) according to claim 15 wherein said B-staged themiosetting composition (12) comprises a 
B-staged epoxy-polyester blend. * /wiviiaoaa 

17. An article (10, 10 a-e) according to claim 9 wherein said cap (14) comprises a thermoplastic composition (12). 

18. An article (10. 10 a-e) according to claim 9 wherein said cap (14) is covalently bonded to said melt-flowable com- 
position (12)* 

19. An article (10. 10 a-e) according to claim 9 wherein said cap (14) comprises a paint-receptive surface paintable 
0 a substantially Class A finish, where a substantially Class A finish is an exterior finish, particulariy of the type 
found in the automotive industry, that is substantially free from pits, porosity and swirts. 

i"JriSf i!n°; T"^'?? '° ^ ^^'•^ """P^^** = paint-receptive surface having an 

electncal conductivity sufficient to enable said cap (14) to be electrostatically painted. 

21. An article (10 10 a-e) according to claim 9 wherein said article (10. 10 a-e) is sized for placement over a joint 
formed in the floor of a recessed area of a vehicle. 

22. A shaped, paintable, polymeric cap (14) for use in an article according to any one of the claims 9-21 the cap (14) 

!il m^ToTTk i °' <=^P (I'*) the width o 

the cap (14), or both the width and the thickness of the cap (14) vary, said cap (14) substantially retaining its profile 
upon exposure to temperatures of at least about 110 C. r » » M'ome 

23. A cap (14) according to daim 22 wherein said cap (14) is a B-slaged. polymeric cap (14). where B-staged refers 
to an intermediate state in a thermosetting resin reaction in which the material softens when heated, and swells 
but does not dissolve in certain liquids, as described in ASTM Standard D907-91 b, and said cap (14) substantially 
retains said profile upon exposure to temperatures encountered during an automotive paint-bake cycle. 

24. A cap (14) according to claim 22 or 23 wherein said cap (14) is electrostatically paintable. 
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Patentanspruche 

1. Verfahren zum Abdichten einer Unterbrechung in der Oberflache eines Substrats, wobei das Verfahren folgende 
Schritte umfasst: 

5 

(a) Anordnen eines Gegenstands (10. 10a-e) uber der Unterbrechung, wobei der Gegenstand umfasst (i) eine 
schmelzflieSfahige Zusammensetzung { 1 2) mit einer ersten Breite und (ii) ein Element mit einem vorgewahlten 
Querschnittprofil mit einer zweiten Breite und einer Form, bei der die Starke des Elements uber seine Breite, 
die Breite des Elements Oder sowohl die Breite als auch die StdrKe des Elements variieren; 
10 (b) Erhitzen des Gegenstands (10, lOa-e), urn zu bewirken, dass die schmelzflieftfahige Zusammensetzung 

(12) flie&t und die Unterbrechung abgedichtet wird; und. 

(c) Ermaglichen, dass der Gegenstand (10, lOa-e) abkuhlt. wahrend das vorgewahlte Querschnittprofil des 
Elements im Wesentlichen bewahrt bleibt. wobei das Verfahren dadurch gekennzeichnet 1st, dass: 

15 das Element eine gefomnte, polymere Abdeckung (1 4) ist und die Abdeckung (14) wahrend des Erhitzens 

des Gegenstands (10. lOa-e) das Schmelzflieaverhalten der schmelzflieBfahlgen Zusammensetzung (12) 
so steuert. dass die schmelzfliefifShige Zusammensetzung (12) Im Wesentlichen auf den Berelch unter 
der Abdeckung (14) begrenzt wird. 

20 2. Verfahren nach Anspruch 1 , wobei die Abdeckung (14) eine lackempfdngllche OberflSche umtost, die zu einem 
im Wesentlichen Klasse-A-Finish lackierbar ist. wobei im Wesentlichen eIn Klasse-A-Finish ein AuBenflnish ist. 
insbesondere der Art. die in der Automobilindustrie zu finden ist, und das im Wesentlichen frei von Griibchen, 
Porositat und Venwirbelungen ist. wobei das Verfahren ferner den Schritt des Auflragens von Lack auf die lack- 
empfdngliche Oberfldche umfasst. um ein Klasse-A-Finish zu erzeugen. 

25 

3. Verfahren nach Anspruch 1 . wobei die Abdeckung (14) eine lackempf§ngliche OberflSche mit einer elektrlschen 
Leitfahigkeit umfasst, die ausreichend ist, um zu ermoglichen, dass die Abdeckung (14) elektrostatisch lackiert 
wird. wobei das Verfahren ferner den Schritt des elektrostatischen Lackierens der lackempfdnglichen Oberflache 
umfasst. 

30 

4. Verfahren nach Anspruch 1 . wobei die Unterbrechung eine Naht oder Fuge umfasst. die im Boden eines ausge- 
sparten Bereichs ausgebildet ist, wobei das Verfahren ferner das Anordnen des Gegenstands (10, lOa-e) uber 
der Naht oder Fuge umfasst 

35 5. Verfahren nach Anspruch 1. umfassend das Anordnen des Gegenstands (10, 10a-e)ubereinerFuge, die im Boden 
einer Dachrinne eines Fahrzeugs ausgebildet ist. und das Erhitzen des Gegenstands (10, lOa-e). um die Fuge 
abzudichten. 

6. Verfahren nach Anspruch 1 . wobei das Querschnittprofil der Abdeckung (14) durch ein Paar einander gegenuber- 
40 liegender Erweiterungen (26. 28, 36. 38, 40. 42. 44. 46. 48. 50. 52) zum Festhalten des Gegenstands (10. 10a- 

e) iiber der Fuge gekennzeichnet ist. 

7. Verfahren nach Anspruch 1. wobei der Schritt des Anordnens des Gegenstands (10. lOa-e) uber der Unterbre- 
chung 

45 

(a) das Anordnen der schmelzflie&fahige Zusammensetzung (12) uber der Unterbrechung; und 

(b) das Anordnen der gefomiten. potymeren Abdeckung (14) uber der Zusammensetzung (12) umfasst. 

8. Verfahren nach Anspruch 1, wobei der Schritt des Erhitzens des Gegenstands (10, lOa-e) ein Automobil-Lack- 
50 brennvorgang ist 

9. Gegenstand (10,1 Oa-e) , der. zur Anordnung iiber einer Unterbrechung zum Abdichten der Unterbrechung geeignet 
ist. wobei der Gegenstand (10, lOa-e) umfasst 

55 (a) eine schmelzflieftfahige Zusammensetzung (12) mit einer ersten Breite. die flieUt und die Unterbrechung 

abdichtet. iiber die der Gegenstand (10. lOa-e) angeordnet ist. wenn der Gegenstand (10, lOa-e) auf eine 
Temperatur erhitzt wird. die ausreicht. um zu bewirken. dass die schmelzflieSfahige Zusammensetzung (12) 
flieftt und dann abgekiihlt wird; und 
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(b) ein Element mit einem vorgewahlten Querschnittprofil mit einer zweiten Breite und elner Form, bei der die 
Starke des Elements iiber seine Breite. die Breite des Elements Oder sowoh! die Breite als auch die Stdrke 
des Elements variieren, und wobet das vorgewahlle Querschnittprofil des Elements Im Wesentlichen bewahrt 
wind, wenn der Gegenstand (10,1 Oa-e) auf eine Temperatur erhitzt wird. die ausreicht, urn zu bewirken, dass 
die schmelzflieBfahige Zusammensetzung (12) flieat, und dann abgekQhIt wird. wobei der Gegenstand (10. 
10a-e) dadurch gekennzelchnet ist, dass: 

das Element eine geformte. polymere Abdeckung (14) ist, die das SchmelzflieRverhalten der schmelz- 
flie&fdhigen Zusammensetzung (12) so steuert. dass die schmelzflieafahige Zusammensetzung (12) im 
WesenUichen auf den Bereich unter der Abdeckung (14) begrenzt wird, wenn der Gegenstand (10, 10a- 
e) auf eine Temperatur erhitzt wird, die ausreicht. um zu bewirken, dass die schmelzflleftfahige Zusam- 
mensetzung (12) flie&t. 

10. Gegenstand (10. lOa-e) nach Anspruch 9. wobei die zweite Breite grdfter als die erste Breite ist. 

11. Gegenstand (10, 10a-e) nach Anspruch 9. wobei das Querschnittprofil durch ein Paar einander gegenuberliegen- 
der Erweiterungen (26. 28, 36. 38. 40, 42. 44, 46. 48. 50. 52) gekennzeichnet Ist, von denen sich eine oder beide 
in der Richtung der Starke verjiingt. 

12. Gegenstand(10.10a-e)nachAnspruch9,wobeidieschmelzfIielifahigeZusammensetzung(12)eineteilkri^^^^^ 
warmehSrtende Zusammensetzung (12) umfasst, die eine Epoxid-Polyester-Mischung umfasst. 

13. Gegenstand (10, lOa-e) nach Anspruch 9, wobei die schmelzfllelifahige Zusammensetzung (12) eine warmehSr- 
tende Zusammensetzung (12) umfasst, die eine Epoxid-Acrylat-Mlschung oder eine Ethylen-Vinylacetat-Elasto- 
mermischung umfasst. 

14. Gegenstand (10, 10a-e) nach Anspruch 9, wobei die schmelzfliefifahige Zusammensetzung (12) und/oder die 
Abdeckung (14) eine Vielzahl von Schichten umfasst/umfassen. 

15. Gegenstand (10. lOa-e) nach Anspruch 9, wobei die Abdeckung (14) eine warmehartende Zusammensetzung 
(12) der Stufe B umfasst, wobei sich Stufe B auf einen Zwischenzustand in einer warmehSrtenden Harzreaktion 
bezieht, bei der das Material aufweicht. wenn es erhitzt wird. und anschwillt, sich jedoch in bestimmten FlOssig- 
keiten nicht auflost, wie im ASTM-Standard D907-91b beschrieben. 

16. Gegenstand (10. lOa-e) nach Anspruch 15. wobei die wannehartende Zusammensetzung (12) der Stufe B eine 
Epoxid-Polyester-Mischung der Stufe B umfasst. 

17. Gegenstand (10. lOa-e) nach Anspruch 9. wobei die Abdeckung (14) eine thermoplastische Zusammensetzung 
(12) umfasst 

18. Gegenstand (10. lOa-e) nach Anspruch 9. wobei die Abdeckung (14) kovalent mit der schmelzfllelifahige Zusam- 
mensetzung (12) verbunden ist. 

19. Gegenstand (10. lOa-e) nach Anspruch 9. wobei die Abdeckung (14) eine lackempfangliche Oberflache umfasst. 
die zu einem im Wesentlichen Klasse-A-Finish lackierbar ist, wobei im Wesentlichen ein Klasse-A-Finish ein Au- 
fienfinish ist. insbesondere der Art. die in der Automobilindustrie zu finden ist. und das im Wesentlichen frei von 
Grubchen. Porositat und VenA/irbelungen ist. 

20. Gegenstand (10. lOa-e) nach Anspruch 9. wobei die Abdeckung (14) eine lackempfangliche Oberflache mit einer 
elektrischen Leitfahigkeit umfasst, die ausreichend ist, um zu ermdglichen, dass die Abdeckung (14) elektrostatisch 
lackiert wird. 



. Gegenstand (10. lOa-e) nach Anspruch 9. wobei der Gegenstand (10, lOa-e) zur Anordnung uber einer Fuge 
bemessen ist. die im Boden eines ausgesparten Bereichs eines Fahrzeugs ausgebildet ist. 

. Geformte. lackierbare. polymere Abdeckung (1 4) zumGebrauch in einem Gegenstand nach einem der Anspruche 
9 bis 21 , wobei die Abdeckung (14) ein vorgewahltes Querschnittprofil aufweist. bei dem die Starke der Abdeckung 
(14) uber ihre Breite, die Breite der Abdeckung (14) oder sowohl die Breite als auch die Starke der Abdeckung 
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(14) variieren. wobei die Abdeckung (14) nach Einwirkung einer Temperatur von zumindest ungefahr 110 ihr 
Profit im Wesentlichen bewahrt. 

23. Abdeckung (14) nach Anspruch 22, wobei die Abdeckung (14) eine polymere Abdeckung (14) der Stufe B ist, 
5 wobei sicli Stufe B auf einen Zwischenzustand in einer wdrmehdrtenden Harzreaktion bezleht, be! der das Material 

aufweicht. wenn es erhitzt wird, und anschwillt. sich jedoch in bestlmmten Flusslgkeiten nicht aufldst, wie im 
ASTM-Standard D907-91b beschrieben, und wobei die Abdeckung (14) nach Einwirkung von Temperaturen, die 
wahrend eines Automobil-Lackbrennzyklus anzutreffen sind, das Profil im Wesentlichen bewahrt. 

10 24. Abdeckung (14) nach Anspruch 22 Oder 23, wobei die Abdeckung (14) elektrostatisch lackierbar ist. 



Revendications 

IS 1. Proc6d6 d'obturation d'une discontinuity dans la surface d*un substrat, le proc6dd comprenant ies stapes qui 

consistent ei : 

(a) positionner par-dessus ladite discontinuity un article (10. 10a-e) comprenant (i) une composition capable 
de s'^couler d I'dtat fondu (12) ayant une premiere targeur, et (ii) un yi^ment ayant un profil transversal prd- 

20 sdlectionnd avec une deuxidme targeur et une fonne dans laquette t*6paisseur de Idment d travers sa targeur, 

la targeur de t'^tyment, ou bien la targeur ainsi que I'dpaisseur de t*6l6ment, varient ; 

(b) chauffer Tarticle (10, 10a-e) de sorte que la composition capable de s'^couter d r^tat fondu (12) s'dcoule 
et obture la discontinuity ; et . 

(c) taisser ledit article (10, lOa-e) refiroidir tout en conservant fondamentalement te profil transversal prdsd- 
25 lectlonny de I'yiyment. dans lequel tedit proc^dy est caractyrlsy en ce que : 

rytyment est un chapeau polymdre profiiy (1 4) et durant ledit chauffage de {'article (1 0, 1 0a-e), le chapeau 
(14) contrdle le comportement d'ycoulement d rytat fondu de la composition capable de s'ycouler y I'ytat 
fondu (12) pour limlter fondamentalement la composition capable de s'ycouler y rytat fondu (12) d ta zone 
30 situye sous le chapeau (14). 

2. Procydy selon la revendication 1 , dans lequel ledit chapeau (14) comprend une surface ryceptrice de peinture qui 
peut ytre peinte de fagon y obtenir une peinture fondamentalement de Classe A, oCi une peinture fondamentale- 
ment de Ctasse A est une peinture extyrieure, particuliyrement du type que Ton rencontre dans Tindustrie auto- 

35 mobile, qui est fondamentalement exempte de piqures, de porosity et de rayures de polissage, ledit procydy 

comprenant en outre I'ytape qui conslste y appliquer de la peinture sur ladite surface ryceptrice de peinture pour 
produire une peinture de Classe A. 

3. Procydy selon la revendication 1. dans tequet ledit chapeau (14) comprend une surface ryceptrice de peinture 
^0 ayant une conductivity yiectrique suffisante pour permettre audit chapeau (14) d'ytre peint yiectrostatiquement, 

ledit procydy comprenant en outre I'ytape qui consiste y peindre yiectrostatiquement ladite surface ryceptrice de 
peinture. 

4. Procydy selon la revendication 1 , dans lequel ladite discontinuity est constituye d'une couture ou d'un joint formy 
45 (e) au fond d'une zone en retrait. ledit procydy consistent en outre y positionner ledit article (10,1 Oa-e) par-dessus 

ladite couture ou ledit joint. 

5. Procydy selon la revendication 1 , comprenant te positionnement dudit article ( 1 0, 1 0a-e) par-dessus un joint formy 
au fond d'une gouttiyre d'un toit d'un vyhicule, et le chauffage dudit article (10. lOa-e) pour obturer ledit joint. 

50 

6. Procydy selon la revendication 1, dans lequel tedit profil transversal dudit chapeau (14) est caractyrlsy par une 
paire d'extensions opposyes (26, 28. 36, 38, 40, 42, 44, 46. 48, 50, 52) servant y bioquer ledit article (10. 10a-e) 
en place sur ledit joint. 

55 7. Procydy selon la revendication 1 . dans lequel ladite ytape de positionnement dudit article (10. lOa-e) par-dessus 
ladite discontinuity consiste y : 

(a) positionner ladite composition capable de s'ycouler y rytat fondu (12) par-dessus ladite discontinuity ; et 
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(b) positionner par-dessus ladite composition (12) ledit chapeau polym^re profile (14). 

a. Proc6d6 selon la revendication 1 , dans lequel ladite 6tape de chauffage dudit article (10.1 Oa-e) est un proc6d6 
de cuisson d'une pelnture automobile. 

9. Article (10. lOa-e) adapts pour un positionnement par-dessus une discontinuity pour obturer ladite discontinuity 
ledit article (10,1 Oa-e) comprenant : 

(a) une composition capable de s'6couler d Tetat fondu (1 2) ayant une premiere largeur. qui s'6coule et obture 
la discontinuity par-dessus taquelle ledit article (10, lOa-e) est positionn6 quand ledit article (10. lOa-e) est 
chauffy jusqu'y une tempyrature suffisante pour entrainer rycoulement de ladite composition capable de 
s'ycouler y rytat fondu (12), puis refroidi ; et 

(b) un y lyment ayant un profil transversal prysyiectionny avec une deuxiyme largeur et une forme dans laquelle 
ry paisseur dudit yiyment d travers sa largeur. la largeur dudlt yiyment. ou bien la largeur ainsi que rypaisseur 
dudit yiyment. varient, et le profil transversal prysyiectionny dudit yiyment est fondamentalement conservy 
quand ledit article (10, lOa-e) est chauffy jusqu'y une tempyrature suffisante pour entrainer I'ycoulement de 
ladite composition capable de s'ycouler k rytat fondu (12). puis refroidi. dans lequel ledit article (10, lOa-e) 
est caractyrisy en ce que : 



ledit yiyment est un chapeau polymyre profiiy (14) qui contrdle le comportement d'ycoulement d rytat 
fondu de ladite composition capable de s'ycouler y rytat fondu (12) pour limiter fondamentalement ladite 
composition capable de s'ycouler y rytat fondu (12) y la zone situye sous ledit chapeau (14) quand ledit 
article (10. 10a-e) est chauffy jusqu'y une tempyrature suffisante pour entramer rycoulement de ladite 
composition capable de s'ycouler y rytat fondu (12). 

10. Article (10. lOa-e) selon la revendication 9, dans lequel ladite deuxiyme largeur est supyrieure y ladite premiyre 
largeur. 

11. Article (10. lOa-e) selon la revendication 9, dans lequel ledit profil transversal est caractyrisy par une paire d'ex- 
tensions opposyes (26. 28. 36, 38. 40. 42, 44. 46. 48. 50. 52). rune de celles-cl ou les deux ytant amincie(s) dans 
la direction de rypaisseur. 

12. Article (10, lOa-e) selon la revendication 9. dans lequel ladite composition capable de s'ycouler y rytat fondu (12) 
comprend une composition thermodurcissabte seml-cristalline (12) comprenant un myiange ypoxyde-polyester. 

13. Article (10. lOa-e) selon la revendication 9. dans lequel ladite composition capable de s'ycouler y rytat fondu (12) 
comprend une composition thermodurcissabte (12) comprenant un myiange ypoxyde-acrylate ou un myiange 
ythyiyne acytate de vinyle-yiastomyre. 

14. Article (10. lOa-e) selon la revendication 9. dans lequel I'un au moins de ladite composition capabte de s'ycouler 
a I'etat fondu (12) et dudit chapeau (14) comprend une plurality de couches. 

15. Articte (10. lOa-e) selon la revendication 9. dans lequel ledit chapeau (14) comprend une composition thermodur- 
ctssable au stade B (12). ou le stade B correspond y un etat intennydiaire dans une ryaction d'une rysine ther- 
modurcissabte dans laquelte le matyriau se ramollit quand il est chauffy. et gonfte. mais ne se dissout pas dans 
certains liquides, comme il est dycrit dans \a nonne ASTM D907-91b. 

16. Articte (10, lOa-e) selon \a revendication 15. dans lequel ladite composition thermodurcissabte au stade B (12) 
comprend un myiange ypoxypolyester au stade B. 

17. Article (10. I0a-e) selon \a revendication 9. dans lequel ledit chapeau (14) comprend une composition thermo- 
plastique (12). 

18. Articte (10. lOa-e) selon la revendication 9, dans lequel ledit chapeau (14) est liy de fagon covatente y ladite 
composition capable de s'ycouler y rytat fondu (12). 

19. Articte (10. lOa-e) selon \a revendication 9, dans lequel tedit chapeau (14) comprend une surface ryceptrice de 
peinture qui peut ytre peinte de fa?on y obtenir une pelnture fondamentalement de Ctesse A. ou une peinture 
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fondamentalement de Classe A est une peinture ext6rieure. particulidrement du type que Ton rencontre dans 
I'industrie automobile, qui est fondamentalement exempte de piqures, de porositd et de rayures de polissage. 

20. Article (10. lOa-e) selon la revendication 9. dans lequel ledit chapeau (14) comprend une surface r6ceptrice de 
peinture ayant une conductivit6 6lectrique sufTisante pour permettre audit chapeau (14) d'etre peint ^lectrostati- 
quement. 

21. Article (10, lOa-e) selon la revendication 9. dans lequel ledit article (10. lOa-e) est dimensionnd pour un position- 
nement par-dessus un joint form6 dans le fond d'une zone en retrait d'un v6hicule. 

22. Chapeau polymere profil6. qui peut §tre peint (14). destin6 d une utilisation dans un article selon Tune quelconque 
des revendications 9-21. le chapeau (14) ayant un profil transversal pr6s§lectionn6 dans lequel r6paisseur du 
chapeau (14) d travers sa largeur, la largeur du chapeau (14). ou bien la largeur ainsi que I'^paisseur du chapeau 
(14), varient, ledit chapeau (14) conservant fondamentalement son profil quand il est exposd k des temperatures 

IS d'au moins 1 1 0 *C environ. 

23. Chapeau (14) selon la revendication 22, dans lequel ledit chapeau (14) est un chapeau polymfere au stade B (14). 
ou le stade B con-espond d un etat intenn6diaire dans une reaction d'une r6sine thermodurcissable dans lequel 
le mat6riau se ramollit quand il est chauff6, et gonfle. mais ne se dissout pas dans certains liquides. comme 11 est 

20 d6crit dans la norme ASTM D907-91b. et ledit chapeau (14) conserve fondamentalement ledit profil quand il est 

expose aux temperatures rencontr6es durant un cycle de cuisson de peinture automobile. 

24. Chapeau (14) selon la revendication 22 ou 23. dans lequel ledit chapeau (14) peut dtre peint 6lectrostatiquement 
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